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(54) Method for separating metallic material from waste printed circuit boards, and dry distilatlon 
apparatus used for waste treatment 

(57) A method lor treating waste printed circuit printed circuit tx>ards obtained in the heating step; 
tx>ards. the method has the steps of: and 

separating the pulverized material of the waste 

heating up for dry-distilling the waste printed circuit printed circuit txiards ot>tained in the pulverizing 

tx)ards having copper foil retaining solder in at least step, into board resin component and metal compo- 

a part of the surface, at a temperature of 250<*C or nent. 

higher; 

pulverizing the dry-distilled material of the waste 
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Description 

BACKGROUND OF THE INVENTION 
5 1 . Field of the Invention 

[0001] The present invention relates to a method for separating metallic material, such as copper foil, solder, and 
electroiiic parts, from waste printed circuit boards, which are recovered from used electrical products or are yielded in 
manufacturing processes as inferior products or scraps. 
10 [0002] Further, the present invention relates to a dry distillation apparatus used for heating and dry distillation of 
metal-having resin composite and for separation of metal and resin conrponents. 

[0003] Moreover, the present invention pertains to technology of deaning-up of dry distillation gas from an appara- 
tus used for heating and dry distillation of waste containing combustible organic material to carlxxiate to reduce weight. 

15 2. Related Art of the Invention 

[0004] Land disposal in conti^olled-type landfill sites is presently a general approach to dispose waste printed circuit 
boards, for exanrple, contained in used electrical products. Because the controlled-type landfill sites are equipped witii 
isolation sheets surrounding the site, it is avoidable that harmful substances, such as lead component originating in sol- 
20 der retained on tiie waste printed circuit boards, diffuse into the environment even when such harmful corrponents get 
dissolved in rainwater. 

[0005] Nevertheless, in the case of potential damage in the isolation sheets, the harmful sut>stances could dffuse 
into the environment. Therefore, rt is still desired to remove the harmful components, such as solder, from the waste 
printed circuit boards to make them harmless before disposal. Furthermore, since the printed drcuit boards and the 
25 electronic parts retained thereon contain valuable metals such as copper, it has been desired to effidently recover and 
recyde them. 

[0006] In addition, waste printed drcuit boards are also being yielded as inferior products or scraps In manufactur- 
ing plants, and are presentiy treated as industrial waste for land disposal described atx>ve. It is also desired to efficiently 
recover and recycle the valuable metals, such as copper, contained in such waste printed drcuit boards. 

30 [0007] Reflecting such situation, a couple of methods lor treating waste printed circuit boards have t>een proposed. 
For exarrple, Japanese Laid-open Patent Application No. Hei 6-228667 discloses a method, wherein printed drcuit 
boards retaining electronic parts are pulverized through a coarse and a fine pulverization processes. Then, the pulver- 
ized material Is separated and recovered using specific gravity separation process into two conponents: a portion 
mainly containing metallic material such as copper, and the other portion mainly consists of resin and filler materials. 

35 [0008] To pulverize tiie waste printed drcuit boards as described therein, strong pulverizing force is necessary 
t>ecause of toughness of tx)ard portion of the waste printed drcuit boards. However, the force strong enough to pulver- 
ize tiie printed circuit lx>ards excessively pulverizes solder potion during the pulverization of the board resin conrponent. 
The excessive pulverization causes a difficulty in the specific gravity separation process to separate tiie solder compo- 
nent from the board resin component. 

40 [0009] Similarly, electronic parts are also excessively pulverized and become difficult to separate from the board 
resin component. As such, there has been a problem of low recovery efficiency of the metal component, such as solder 
arxl electronic parts. 

[001 0] Another prior art method for treating waste printed drcuit boards is disclosed in Japanese Laid-open Patent 
Application No. Hei 8-139446. As described therein, electronic parts soldered on a printed drcuit board are rerrroved 

45 therefrom by applying an external force to the tx>ard while the solder is heated and re-melted. 

[001 1 ] In this method, however, the external force is exerted also onto tiie heated and re-melted solder, making the 
solder to splash into fine drops. This situation causes anotiier difficulty In the recovery of solder. In addition, regarding 
the electronic parts that are asserTt>led on circuit bK>ards witii lead wire's ends being bent, it is difficult to remove such 
electronic parts from the drcuit tx)ards with this method alone. 

50 [001 2] On tiie other hand, a number of heat ti-eatment methods have been proposed for recycling resin material that 
is contained in used products or manufacturing waste. In one of the mettiods, tiie resin material is directiy used as fuel 
in a combustion furnace, and then the heat of combustion of the resin is utilized as energy resource. In an alternative 
method, the resin material is heated at a high tenrperature at a kw oxygen concentration, such as in nitrogen atmos- 
phere, and the generated comtxjstible gas is used as fuel. These methods are called thermal recyde. 

55 [001 3] In another alternative method, metal-having resin material, which indudes printed drcuit tx>ards and metal- 
lic material such as wiring connectors, is supplied into a metal smelting furnace. Contained valuable metals, such as 
gold, are recovered while the resin material is used as sii>stitute of redudng agent. 

[001 4] In tiiose heat treatment methods for using the resin material as a direct fuel, the combustk>n can be perfect. 
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and hence, hs utilization can be efficient, only if the compositbn of the resin material for treatment is pure. Further, when 
the material is containing metals, the metals remain in the ash, which requires another appropriate treatment. 
[001 5] For the printed circuit boards that retain a large amount of solder, substantial amount of lead component of 
the solder retained on the drcuit boards can evaporate out due to a high temperature at the comtxjstion treatment. 

5 Thus, a consideration is necessary lor exhaust gas treatment. 

[001 6] Furthermore, the method for separation of metal and non-metal components using a metal smelting furnace 
is economically efficient only when a large amount of such valuatrfe metals as gold is contained in the waste. In other 
cases of, for example, home appliances, wherein valuable melate other than copper are scarcely contained, such 
metfKxl is technically still p06Sit)le, but has no economical effectiveness. Therefore, it has been avoided to generally 

10 adopt this method. 

[0017] Moreover, a numt>er of methods have been proposed for waste reduction treatinent of waste containing 
comtxjstible organic material, such as gart)age disdiarged from houses or feeding facilities, and offal from food 
processing plants. Otiier than incineration treatment and bio-fermentation treatment, there is a method by heating and 
dry distillation of the waste to cartxxiize to reduce its mass. The yielded carbide is used as land irrprovement stuff. 
75 [001 8] In the heating and dry distillation method, cleaning-up treatment of dry distillation gas is necessary. Prior art 
for this includes a method by introducing the gas into a flame combustion furnace to indnerate it at high temperature, 
and a metfiod by means of oxidization cleaning of the gas using an oxidizing catalyst 

[0019] In the prior art mettiod by incineration of the gas in a flame combustion furnace, a simpler and rather com- 
pact apparatus can be used. However, since composition and amount of the generated dry distillation gas is not con- 
20 stant, the metiiod has a problem that perfect contxjstion is difficult to keep, and that untxjrned component is 
accordingly easy to escape. 

[0020] On the contrary, in the metiiod using oxidizing catalyst as shown in Rg. 19, dry distillation gas carried out 
from a dry distillation furnace 21 B by a scavenging tan 22B is introduced through a scavenging pipe 23 B onto an oxi- 
dizing catalyst 26B. The temperature of tiie oxidizing catalyst 26B is kept by a flame burner 25B equipped in a gas freat- 
25 ment chamber 24B. A part of combustit)le component is oxidized by the flame In ttie vicinity of the flame txjrner 25B, 
and the rest part is perfectly deaned by the oxidizing catalyst 26B. As such, perfectiy ti-eated dean exhaust gas can 
be exhausted from an exhaust vent 27B. 

[0021 ] In this configuration, however, in the case of large variation in the concentration of combustible substances 
in the dry distillation gas exhausted from the dry distillation furnace 21 B. stable combustion in the flame burner 25B can 
30 deteriorate. Furthermore, when the gas contains a large arTK)unt of combustible substances, heat generation in tiie 
vicinity of the flame burner 25B goes to excess, which can cause a problem, for exanple, that oxidizing catalyst 26B 
overheats. 

[0022] To stabilize tiie combustion in tiie flame txjrner 25B, excess of air mixing must be avoided. However, notable 
excess of combustible sut>stances causes shortage of air mixture, which, in turn, suppresses the oxidation reaction on 

35 the oxidizing catalyst 26B. As the result, sutistances yet reacted, such as odor and cartx)n nrx>noxide, can escape. 
[0023] Furthernrx)re. comtxjstion of the flame burner 25B is fixed. Thus, the cocidizing catalyst 26B is kept at arourxl 
200-500°C only for a normal amount of conrt)ustit}le gas. When the waste contains salts and halides, production of 
harmful sut>stances such as dioxins is suppressed in the vidnity of the flame txjrner 25B because of the high tempera- 
ture of 800°C or higher. However, since tiie temperature of the oxidizing catalyst 26B downstream is 200-500'*C. dioxins 

40 can be re-produced here l>ecause dioxins are produced at 300-700'*C. 

SUMMARY OF THE INVENTION 
[0024] 

45 

(1) The invention has been devised considering the above-mentioned problems in the prior art methods for ta-eating 
waste printed circuit boarcte, and an object of tiie invention is to provide a method for treating waste printed circuit 
boards, wherein sokler contamination into tiie recovered board resin corrponent is suppressed, whereby metal 
component and tx>ard resin component can be efficientiy separated. 
50 Accordingly, the present invention has achieved the shove ofciject by providing a method for treating waste 

printed drcuit boards, the method comprising the steps of: 

heating up for dry<listilling the waste printed circuit boards having copper foil retaining solder in at least a part 
of the surface, at a temperature of 250''C or higher; 
55 pulverizing the dry-distilled material of said waste printed drcuit boarcte obtained in said heating step; and 

separating the pulverized material of said waste printed drcuit boards obtained in said pulverizing step, into 
board resin component and metal component. 
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(2) An object of the irwention is to provide a method for separating metal component from w^e printed circuit 
boards, wherein metal component is efficiently separated from waste printed circuit t)oards. 

Accordingly, the second invention of the present invention (corresponding to the claim 4)is a method for sepa- 
rating metallic material from waste printed circuit boards, tiie method comprising the steps of: 

5 

heating up the waste printed circuit boards having at least metallic material, in an atmosphere avoiding the 
burning of the printed circuit tx>ard portion of said waste printed circuit tK>ards or in an atmosphere avoiding 
the oxidation of said metallic material, so tfiat the tenperature of at least said printed circuit board portion 
becomes 250<'C or higher and lower than 500°C; 
10 pulverizing the sid^stantial printed circuit board portion alone of said waste printed circuit boards heated-up in 

said heating step into pieces not exceeding a predetermined size; and 

separating the pulverized pieces of said sut)Stantial printed circuit board portion pulverized in said pulverizing 
step and said metallic material retained on said waste printed circuit boards, depending on the difference in the 
sizes of said pulverized pieces and of said metallic material. 

15 

(3) An object of the invention is to provide a method for separating electronic parts from waste printed circuit 
boards, wherein the electronic parts are efficiently separated from the waste printed circuit boards without exerting 
an external force onto the heated and re-melted solder. 

Accordir^ly, the third invention of the present invention (corresporxling to the claim 1 7)a metiiod for separating 
20 electronic parts from waste printed circuit boards, the method comprising the steps of: 

colliding predetermined particles at the waste printed circuit tx>ards being assembled with electronic parts by 
particles collision operation; 

breaking out the junctions between tiie board portion of said waste printed circuit boards and said electronic 
25 parts, substantially witfiout fracturing of said board portion of said waste printed circuit boards thereby, in said 

particles collision operation; and 

separating said electronic parts from said waste printed circuit k»oards thereby, in said particles collision oper- 
ation. 

30 (4) The invention has been devised to resolve problems In the prior art, arxJ an object of the invention is to provide 
a dry distillation apparatus used for metal-having resin treatment, whereby resin composite containing cheap metal 
component can be easily separated. 

Accordingly, the fburtii Invention of the present invention(corresponding to the daim 23)is a dry distillation 
apparatus used for metal-having resin ta-eatment. the apparatus conprising: 

35 

a heating furnace for containing the metal-having resin, 

a heating means for heating up said heating furnace, and 

a scavenging means for sucking and renxiving the gas within said heating furnace; 

wherein said heating means heats up said heating furnace so that the contained said metal-having resin loses 
40 Its hardness; and 

wherein said contained metal-having resin is heated up without txjming because at least the surroundings of 
said contained metal-having resin is cxygen-poor. 

(5) The inverrtion has been devised to resolve problems in the prior art, arxJ an object of the invention is to provide 
45 a dry distillation apparatus used for waste treatment, wherein stable and perfect combustion is kept even for the var- 
iation in the amount of combustible substances in the dry distillation gas generated from a dry distillation furnace, 
whereby the dean exhaust gas characteristics can be kept without harmful substances 

Accordingly, tiie f iftii invention of the present invention (corresponding to tiie claim 35)is a dry distillation appa- 
ratus used for waste treatment, the apparatus comprising: 

so 

a heating furnace for containing and heating up contxjstit}le organic waste being put in; 
a heating means for heating up tiie inside of heating up said heating furnace at a predetermined temperature; 
a scavenging means for sucking and renKving the dry distillation gas generated witiiin said heating furnace; 
a gas treating means connect to upsti^eam or downstream of said scavenging means, and for containing an oxi- 
55 dizing catalyst therein; 

a foel and/or air supplying means for supplying fuel and/or air to the Inside of said gas treating means con- 
nected to upstream of said gas treating means; 

a temperature measuring means for measuring the temperature of said oxidizing catalyst; and 
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a rate controlling means for controlling the supply rate of fuel and/or air supplied by at least said fuel supplying 
means, in response to the temperature measured by the measuring signal from said temperature measuring 
means. 

5 [0025] The carbide in this specificatbn mainly means the cart)fde resulted from board resin conrponent or from 
printed circuit board portion, but is not restricted to this. 

BRIEF DESCRIPTION OF THE DRAWINGS 

10 [0026] 

Fig. 1 is a view of an apparatus used for Implementation of one embodiment of the method for treating waste 
printed circuit boards in accordance with the first present invention. 

Fig. 2 is a flow chart shewing one embodiment of the method for separating metallic material from waste printed 
15 circuit boards in accordance with the second present invention. 

Fig. 3 is an illustration of a particles collision operatbn In the pulverization process in one embodiment of the 
method for separating metallic material from waste printed circuit boards in accordance with the second present 
invention. 

Fig. 4 is an illustration of a particles collision operation different from Fig. 3, in the pulverization process in one 
20 embodiment of the metfKxJ for separating metallic materia] from waste printed circuit boards in accordance with the 
second present invention. 

Fig. 5 is an illustration of a particles collision operation different from Rgs. 3 and 4, in the pulverization process in 
one embodiment of the method for separating metallic material from waste printed circuit boards in accordarx;e 
with the second present invention. 
25 Fig. 6 is an illustration of a wall collision operation in the pulverization process in one embodiment of the method 
for separating metallic material from waste printed circuit boards in accordance with the second present invention. 
Fig. 7 Is an illustration of a wall collision operation different from Fig. 6, in the pulverization process in one embod- 
iment of the method for separating metallic material from waste printed circuit boards in accordance with the sec- 
ond present invention. 

30 Fig. 8 is an illustration of a metallic-material recovery process in one embodiment of the method for separating 
metallic material from waste printed circuit boards in accordance with the second present invention. 
Fig. 9 is an illustration of one embodiment of the method for separating electronic parts from waste printed circuit 
boards in accordance with the third present invention. 

Fig. 10 is an illustration of one embodiment different from Rg. 9. of the method for separating electronic parts from 
35 waste printed circuit tx>ards in accordance with the third present invention. 

Fig. 11 is an illustration of one embodiment different from Figs. 9 and 10. of the metiiod for separating electronic 
parts from waste printed circuit boards in accordance with the third present invention. 

Fig. 12 is an illustration of the method for separating and collecting at least a portion of electronic parts and board 
portion of the waste printed circuit boards from particles, in one embodiment in accordance with the third present 
40 invention. 

Fig. 13 is a schematic drawing of the configuration of a dry distillation apparatus used for metal-having resin treat- 
ment in accordance with Embodiment 1 of the fourth present invention. 

Fig. 14 is a schematic drawing of the configuration of a dry distillation apparatus used for metal-having resin treat- 
ment in accordance with Embodiment 2 of the fourth present invention. 
45 Fig. 15 is a schematic drawing of the configuration of a dry distillation apparatus used for metal-having resin t-eat- 
ment in accordance with EnrtxxJiment 3 of the fourth present invention. 

Fig. 16 is a schematic drawing of the configuration of a dry distillation apparatus used for waste treatment in accord- 
ance with Embodiment 1 of the f iftii present invention. 

Fig. 17 is an illustration of the working characteristics of tiie atxTve-mentioned apparatus. 
50 Fig. 1 8 is a schematic drawing of the configuration of a dry distillation apparatus used for waste ti-eatment in accord- 
ance with Embodiment 2 of tiie f ifth present invention. 

Fig. 19 is a schematic drawn ng of the configuration of a prior art apparatus used for waste treatment. 
[Description of the Reference Numerals] 

55 

[0027] 

1C: heating process 
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2C: pulverization process 

3C: separation process 

1 : container 

2: particle 

5 3: waste printed circuit board 

4: arrow indicating ttie direction of movement 

5: injecting means 

6: scooping plate 

7: rotating tray 

10 8: wall surface 

9: belt conveyer 

10: easily dropping metallic material collection part 

1 1 : hardly dropping metallic material collection part 

60: electronic part 

15 70: belt conveyer 

80: particles collection part 

90: circuit boards and electronic parts mixture collection part 

100: board portion 

1A: heating furnace 

20 2A: electric heater 

3A: thernrxxx)L4>le 

4A: temperature controller 

5A: rack 

8A: treatment material 

25 7A: door 

8A: nitrogen gas tubing 

9A: injection hole 

10A: control valve 

11 A: pressure gauge 

30 12A: scavenging pipe 

13A: scavenging Ian 

14A: exhaust pipe 

1 5A: gas treatment tank 

ISA: conveying means 

35 l7Aa: entrance 

17Ab: exit 

1 8A: gas diffusion suppressing wall 

19Aa. 19Ab: flexible sheet 

20A: shredding roll 

40 21 A: cooling water pipe 

22A: collecting basket 

1 B: heating furnace 

2B: electric heater 

38: furnace terrperature sensor 

45 48: furnace temperature controller 

58: conveying belt 

68: roller part 

78: scavenging pipe 

88: admission pipe 

50 9B: gas purifying part 

108: exhaust pipe 

11B: exhaust fan 

12B: exhaust top 

13B: oxidizing catalyst 

55 1 48: heat exchanging part 

158: fuel pipe 

1 68: fuel control valve 

1 78: catalyst terrperature sensor 
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1 8B; combustion controller 

19B: air supplying pipe 

PREFERRED EMBODIMENTS OF THE INVENTION 

5 

(1) Embodiment of the first present invention is described below. 

[0028] The first present invention includes a heating process wherein printed circuit boards are dry-distilled at a 
terrperature of 250°C or higher; a pulverization process, wherein the dry-distilled material of the printed circuit boards 
10 obtained in the heating process is pulverized without fine cutting of the solder; and a separation process, wherein the 
pulverized material of the waste printed circuit boards obtained in the pulverization process is separated into board 
resin and metal components. 

[0029] Fig. 1 is a schematic drawing of an apparatus performing processes from heating through separation. Here, 
1 CIs heating process conducted in the heating surface 2C is pulverization process conducted by the pulverizer, 3C is 
15 separation process conducted by the sieve. By processes 1C, 2C. and 30. waste printed circuit boards are separated 
Into tx)ard resin and metal components. 

[0030] Electronic parts are generally assemt>led on printed circuit boards by soldering onto copper foil thereon. The 
present invention focuses attention on a property of copper contacting to the solder. Since copper dissolves fast into 
solder at high temperature, cbry distillation of the printed drcuit boards retaining the solder results in better adhesion 
20 between the solder and the copper foil, thereby to reduce bumps of tiie solder. Gonsequentiy, tiie solder becomes 
harder to be pulverized in tiie pulverization process, and remains in a piece with the copper foil and in larger particles 
of tiie pulverized material after tiie pulverization process. 

[0031 ] In the present embodiment, a treatment temperature of 250**G or higher is necessary to improve the adhe- 
sion of tiie solder to the copper foil within around a couple of hours or less. At tiie same time, board resin component 

25 becomes brittie by the dry distillation at 250°C or higher, and is easily fine-pulverized in the pulverization process. As 
such, metal component, such as electronic parts, copper foil, and solder, is obtained in larger particles, and easily sep- 
arated from the fine-pulverized l)oard resin component by the separating operation in the separation process. The sol- 
der is recovered as metal component in a piece witii tiie copper, and accordingly contamination of tiie solder into tiie 
board resin corrponent is suppressed. 

30 [0032] Generally, tiie brittie resin material can be easily pulverized into less tiian around lOOfim. Thus, avoiding that 
the solder is cut into less than around 100Hm in the pulverization process, the separating operation in the separation 
process becomes easier. 

[0033] The present embodiment contenplates to be used for printed circuit boards, wherein the board resin com- 
ponent is epoxy resin, phenol resin, polyester, or polyimide; further wherein the sut>strate of the printed circuit boarcte 

35 is paper, glass ctotii, nonwoven glass fabric, or nonwoven aramid fabric; and wherein the electronic parts are assem- 
bled thereon by soldering. In particular, witii regard to printed circuit tx>ards using paper or aramid resin f brids as sub- 
strate, the sut^strate also suffers thermal decompositfon and t>ecomes brittie by the dry distillation operation in the 
heating process, and hence, the pulverizing operation in the pulverization process becomes preferat>ly easier. The 
present mettiod is also applicafc>le to so-called lead-free solder as well as the ordinary Sn/Pb alloy solder. 

40 [0034] In the heating process in accordance witii tiie present invention, higher dry distillation temperature results in 
shorter treatment time required in the heating process, because ttie copper rrwre easily dissolves into the solder at the 
higher temperature, and because adhesion between the solder arxJ the copper improves in the shorter time. 
[0035] Method for heating include general heating means, such as an electric furnace, an infrared heater, a far- 
infrared heater, an induction heater, and a hot air gun. Dry distillation is preferably conducted in vacuum or In an oxy- 

45 gen-poor atrrxjsphere in order to avoid the burning of the board resin component and to suppress oxidation of the metal 
component. TTie oxygen-poor atmosphere means a gas atmosphere having oxygen concentration of 10% or less, and 
includes inert gas atinospheres. The inert gas includes rare gases (such as helium and argon), nitrogen, and carbon 
dioxide. The nitrogen is prefened as the inert gas due to handling convenience. 

[0036] Oxidation of metal component can be generally suppressed in such an atnrx>sphere. However, in the case 
50 that the metal component is still oxidized by thermal decomposition substances generated from the board resin com- 
ponent, such oxidation can be suppressed by adding a reducing gas, such as hydrogen, to the atmosphere gas. 
[0037] When the waste printed circuit board contains flame retardant, the heating process can be conducted in tiie 
air atnrosphere because of tiie incombustibility of printed circuit board component even in the air atnx)sphere. 
[0038] In the pulverization process in accordance with the present embodiment, since the t>oanj resin component 
55 is being brittle due to the dry distillation operation In tiie heating process, even nrxxlerate pulverizing operation can pul- 
verize the board resin corrponent witiiout much aggregating of tiie resin component to the metal corrponent. Regard- 
ing the pulverizing operation, it is necessary to adopt such a pulverization condition that the surface of the solder is not 
worn during the pulverization. Coarse pulverizers include a jaw crusher, a gyrate crusher, a cone crusher, a roll crusher. 
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an irrpact crusher, and a hammer ausher. Fine pulverizers include a autogeneous grinding mill, a ball mill, a vibration 
mill, and a roller mill. Other preferable methods include a method, wherein high-pressure gas. such as highiDressure 
air, is sprayed onto the circuit board; and a method, wherein the circuit board is pulverized by applying vibration thereon. 
The reason why these methods are preferat)le lor the implementation of the present embodiment is that the solder sur- 

5 face is not worn thereby. The ball mill is. in particular, preferable because of the sinpler configuration and because of 
the shorter treatment time to pulverize the board resin component. Further, particles having surfaces with a lower hard- 
ness than that of solder are very preferably used as balls or pulverization media in order to suppress the wearing of sol- 
der surface. In this case, the Vickers hardness can be used as the measure of hardness of pulverization media. Resin 
or rubber materials having a lower hardness than that of solder, may be coated on the surface. For handling conven- 

10 ience in the pulverization process, dry-distilled printed circuit boards may be preliminary pulverized in around a few cen- 
timeter size by a short-time treatment with a coarse pulverizer, and then the resin t>oard portion is further pulverized. 
[0039] In the separation process in accordance with the present embodiment, the board resin component is pulver- 
ized in fine powder whereas the metal component containing solder is not so finely pulverized and in larger particle size. 
Thus, they can be efficiently separated by ordinary screening operation. They can also be efficiently separated into 

15 metal component arxi board resin component by means of specific gravity separation, such as centrifugal, inertial. and 
gravity classifications. 

[0040] The present invention may includes extra necessary processes other than the heating, pulverization, and 
separation processes described above. In an exemplary process, a cutting edge may pass through between a board 
and an electronic part to cut the lead wire of the electronic part, and then a portion of the electronic part may be 
20 removed before the heating process. In another exemplary process, heated and re-melted solder may be removed with 
a brush, and further the a vODration is applied to the printed circuit board to rerriove a portion of the electronic parts. 

[Examples] 

25 [0041 ] Evaluation was made on a printed circuit tx>ard, wherein electronic parts are assembled by soldering on a 
paper phenol board having a printed copper foil pattern. Weight of the solder used for the soldering was previously 
measured. In heating process, the printed circuit board assembled with the electronic parts was put in a ceramic fur- 
nace tube of 90 mm in diameter and 1,000 mm in length. The sample was heated by external heating, and kept at a 
predetermined dry distillation temperature in 120 min. After natural cooling to 40"C, the printed circuit board was 

30 removed from the tube, and now, the heating process has been completed. During tiie heating process, nitrogen gas 
was being introduced in the tube at a flow rate of 3 litters per minute. 

[(K>42] In pulverization process, tiie circuit board was preliminary pulverized by free falling. Then, ball mill pulveri- 
zation of 30 min was applied thereto using pulverization media of balls of 10 mm each in diameter. 
[0043] In separation process, tiie pulverized material obtained in the pulverization process was screened with a 
35 sieve of 500 fim square opening and separated into board resin component screened down, and electronic parts arxi 
metal component botii ren^ined on tiie screen. To quarrtify the solder contamination into the obtained board resin com- 
ponent, tiie solder was dissolved in acid and analyzed with ICP emission spectroscopy. Solder contamination ratio was 
defined as the ratio of tiie amount of the solder contamination to tiie total anrx>unt of the solder previously retained on 
the circuit tx>ard. 

40 [0044] Examples 1-3 and Comparative Example 1 were conducted with different dry distillation temperatures as 
shown in Table 1 . In the pulverization process of Example 1 and 2 is used balls, each ball was made of steel and coated 
with nylon resin. 

[0045] On the other hand, in the pulverization process of Exanple 3 is used alumina balls. 

45 

[Table 1] 





Dry distillation tempera- 
ture 


Solder contamination 
ratio (%) 


Example 1 


250**C 


0.5% 


Example 2 


600*»C 


0.4% 


Example 3 


250X 


4.5% 


Comparative example 1 


asc^c 


Unputverized board 



55 

[0046] In Examples 1 ,2. and 3 with higher dry distillation temperatures, bumps of the solder have reduced due to 
the sufficient adhesion between copper and solder by tiie heating processes. The results of this situation was tiie lower 
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solder contamination ratios in the board resin components obtained in sut>sequent separation process. In Comparative 
Exarrple 1, on the contrary, insufficient dry distillation temperature in the heating process resulted in ti^t the board 
resin conponent became insuff icientiy brittie and tiiat the circuit t)oard was not sufficiently pulverized in the pulveriza- 
tion process. Consequentiy the board resin component was not able to separate from the electronic parts and metallic 



[0047] In Example 3, pulverization media having a higher surface hardness than that of solder was used. This hard- 
ness caused wearing of the solder surface and increased tiie solder contamination ratio in comparison with Example 1 . 
[0048] According to the metiiod for treating waste printed drcuit boarcte in accordance with the first present inven- 
tion as described atove, solder contamination ratio can be suppressed, arxi metal and board resin components can be 
10 efficientiy separated. 

(2) A method for separating metallic material from waste printed circuit boards in accordance witii the embodiment of 
the second present invention is described below with reference to tiie drawings. 

IS [0049] In the present errbodiment desaibed below, waste printed drcuit boand means: a copper foil laminate board 
witii copper foil being laminated on the substrate, a printed ci rc uit board with wiring on the board, a printed drcuit board 
with electronic parts being assembled arxJ drcuits being composed thereon, or a printed drcurt board with all or a por- 
tion of electronic parts being already removed. Such printed drcutt boards can be waste printed circuit boards collected 
from used products* or inferior products arxi scraps yielded in manufacturing processes. The board portion of the 

20 printed circuit boards contains tx)ard resin component, such as epoxy resin , phenol resin, polyester, or polyimide, and 
the substrate of the boards is paper, glass doth, nonwoven glass fabric, or nonwoven aramid fabric. 
[0050] Fig. 2 shows tiie flow chart of the method for separating metallic material from waste printed drcuit boards 
in accordance with tiie present embodiment. 

[0051 ] TTte method for separating metallic material from waste printed circuit boards in accordance with the present 
25 emkxxJiment, as shown in Fig. 2, begins at a heating process followed by a cooling and a subsequent pulverization 
processes, and ends at a separation process. In the last process, board resin component is separated from metallic 
material, such as copper foil, solder, and electronic parts. Strictiy speaking, electronic parts often contain resin compo- 
nent. However, in the present embodiment, such electronic parts containing resin corrponent is delined as a part of 
metallic material. 

30 [0052] Each of the heating, cooling, pulverization, and separation processes is described below. 

[0053] The heating process is described first. The heating process uses an electric furnace, an infrared heater, a 
far-infrared heater, an induction heater, or a hot air gun. Waste printed drcuit boards having metallic material, such as 
solder and electronic parts, are heated to a temperature of 250°C or higher and lower tiian 500*'C measured at the 
board portion off the waste printed drcuit boards. The board resin component of the waste prirrted circuit boards 
35 becomes brittle in the heating process. 

[0054] ft is preferable tiiat tiie heating process is conducted in an oxygen-poor atmosphere in order to avoid burning 
of the board resin component and to suppress oxidation of the metallic material. The oxygen-poor atmosphere means 
a gas atmosphere having an oxygen concentration of, for example, 10% or less, and includes inert gas atiTx>spheres. 
By definition, the board resin corrponent does rK>t burn or oxidation of the metal corrponent is suppressed in the oxy- 
40 gen-poor atmosphere. The inert gas indudes rare gases (such as helium and argon), nitrogen, and carixxi dioxide. The 
nitrogen is preferred as the inert gas due to harxjiing convenience. The oxygen-poor atmosphere further indudes an 
gas atmosphere at lew pressure and the vacuum. In the case that the metallic material is oxidized by thermal decom- 
position substances from tiie tx>ard resin corrponent, a redudng gas. such as hydrogen, may be added to the atrTX)s- 
phere gas. Such reducing gas can suppress oxidation of the metallic material. 
45 [0055] When the waste printed circuit boards c ontain flame retardantj he heating process can be conducted in the 
air atmosphere because of the i ncombustibility of the printed circuit boa rd component even in tiie air atiTX)sphere. 
[0056] Printed drcurt tx>ard portion is heated to a temperature of 250°C or higher in tiie heating process describ>ed 
above. This is because decomposition of the board resin component begins to occur at a temperature of 250''C or 
higher, thereby the drcurt boards begin to become brittle. As the brittleness improves with inaeasing terrperature. ther- 
50 mal decomposition substrates generated from tiie resin of the board resin componOTt or from additives such as flame 
retardant in the waste printed circuit boards gradually increase. Environmental load by this exhaust gas begins to be a 
concern. Therefore, focusing attention on the decomposition substrates in tiie healing process, effect on the environ- 
mental load is examined as a function of the heating temperature in detail. As the result, when tiie waste printed circuit 
/ tx>ards contain halides such as organic bromides of additives, decomposition substances of hydrogen halides substan- 



55 tially increase athealirig temperature not less than SOO'C. The hydrogen halides react witii lead in the solder, thereby 
to yield lead halides. This scatters in the exhaust gas. Therefore, healing temperature must be lower than 500**C. In 
additbn, at temperature not less than SOO^'C, side reaction of the hydrogen halides with metallic material such as cop- 
per foil begins to occur. Accordingly, heating temperature lower tfian SOO^'C is necessary again to keep quality of the 
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material. 
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recovered metallic material. In conclusion, waste printed circuit bK>ards are heated to a temperature of 250°C or higher 
and lower than 500**C in the heating process. 

[0057] In particular, heat treatment at a temperature of 350°C or higher and less than 500°C substantially reduces 
the time required for the treatment for the brittleness of the waste printed circuit boards in comparison to such treatment 

5 at a temperature of 250**C or higher and lower than 350°C 

[0058] The cooling process is described below. The waste printed circuit boards heated in the heating process are 
cooled in this cooling process. If the waste printed circuit boards heated in the heating process were directly brought 
into the air, the printed circuit board portion could bum, and the metallic material would be oxidized. Therefore, to avoid 
these burning of the printed circuit tx>ard portion and the oxidation of the metallic material, the waste printed circuit 

10 tx>ards heated in the heating process are cooled in an oxygen^Door atmosphere in the cooling process. The oxygen- 
poor atmosphere is described above. The cooling method includes a natural cooling method in the oxygen-poor atmos- 
phere and a method for spraying an inert gas such as nitrogen at around room temperature onto the heated waste 
printed circuit boards. The cooling of the waste printed circuit boards is necessary to down the temperature to. for exam- 
ple, around ISC'C, wherein the printed circuit board portion does not burn. 

15 [0059] The pulverization process is described below. The brittle tx>ard resin component of the waste printed circuit 
tx>ards cooled in the cooling process are pulverized in this pulverization process. In the putverizatton of the tx>ard resin 
component, pulverization of the metallic material, such as copper foil, solder, arxJ electronic parts, nrujst be suppressed 
for the easiness of subsequent s^ration of board resin component and metallic material. Therefore, the pulverization 
process in accordance with the present embodiment adopts a method using a small pulverizing force, wherein pulveri- 

20 zation of the metallic material is suppressed whereas the board resin component is sufficiently pulverized. More specif- 
ically, one of the following two methods is used: a particles collision operation, wherein a plurality of particles collides 
to the waste printed drcuit boards treated by the heating process; and a wall collision operation, wherein the waste 
printed circuit boards collide to wall. In these operations, the impulsive force at each impact is small, and hence, pulver- 
ization Is suppressed for metallic material such as electronic parts. Furthernrrore, the usage of tiie irrpulsive force sup- 

25 presses fine pulverization of such metallic material as copper, which Is easy to be cut due to its thinness. Waste printed 
circuit tK)ards NOT treated by tiie heating process can not be pulverized by these particles or wall collision operations. 
However, regarding tiie waste printed circuit boards treated by tiie heating process, ttieir brittleness allows these two 
operations to substantially selectively pulverize of the tK>ard resin corrponent. On the other hand, some types of pul- 
verizers generally used for conventional waste treatment are not prefenred for the pulverization process in accordance 

30 with the present Invention. Such pulverizers include a pulverizer having rotating cutters, and a pulverizer having rotating 
hammers (a hammer mill). These pulverizers excessively pulverize the metallic material, such as electronic parts, cop- 
per foil, and solder, because of their excessively strong pulverizing force. The excessive pulverization causes difficulty 
in siteequent separation arxi recovery of tiie metallic material. 

[0060] The particles colltsion operation mentioned at>cve is described below witii &cemplary illustrations. In an 
35 exemplary illustration as shown In Rg. 3, container 1 contains a plurality of particles 2 and heat-treated waste printed 
circiflt tx)ard 3. The container 1 rotates in tiie direction of arrow 4. Ptdverization is achieved by free falling of the particles 
2. This apparatus Is called a tumbling ball mill. In another exemplary Illustration of the particles collision operation as 
shown in Fig. 4, container 1 contains a plurality of particles 2 and heat-treated waste printed circuit board 3. The con- 
tainer 1 vibrates up and down in the direction of arrow 4. Pulverization Is achieved by the vibrating movement of the par- 
40 tides 2. This apparatus Is called a vibration ball mill. Although an up and down motion is shown in Fig. 4, a right and left 
nxjtion. a rotation, or combined motion of these can be also used. As shown in Fig. 5. another more exemplary illustra- 
tion of partides collision operation indudes a injecting means 5 for injecting particles 2 at high speed by use of, for 
exanrple, corrpressed air. The injecting means 5 injects the plurality off partides 2 onto heat-treated waste printed drcuit 
board 3 to collide to pulverize. Among tiiese exemplary illustrations, the uses of tiie vibration t>all mill and the particles 
45 injecting means are preferable, because the high-speed nrx>vement of tiie particles achieves the pulverization treatment 
in a short time. 

[0061] The particles used in the particles collision operation described above are made of ceramic material (such 
as alumina and zirconia). metallic material (such as Iron and stainless steel), and/or resin material. Using heavier par- 
tides made of such as ceramics and metals, larger pulverizing force and hence larger pulverization rate are otTtained. 

50 On tiie other hand, use of such material as resins having a low surface hardness can suppress wearing of the metallic 
material of the waste printed drcuit boards. Both requirements are preferably and simultaneously satisfied by particles 
each having a core material of ceramics or metals, furtiier having a surface coated with resin. Regarding particle size, 
excessively small partides have small pulverizing force and accordingly low pulverization rate. Furthernrwre, such par- 
tides accelerate excessive pulverization of copper foil, which is thin and fragile, because of tiie small curvature of par- 

55 tides at impact points. In condusion, the size off the used particles is greater than 1 mm in diameter, more preferably, 
greater than 1 0 mm. Moreover, particles of a diameter greater than 20 mm are preferat)le, because such partides are 
larger than the majority of electronic parts, and hence, the particles anS the electa-onic parts are efficientiy separated by 
screening in the separation process descrtoed later. Shape of tiie particles are not specifically restricted, but a sphere 
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or similar shape is preferable, because particles having edge accelerate the excessive pulverization of copper foil. 
[0062] Shaded part of the printed circuit board, that is, part locating in the vicinity of, for example, lead wire and 
being shaded thereby is generally difficult to pulverize. According to the particles collision operation described above, 
however, such shaded part can be easily pulverized, because pulverization points of the particles are sufficiently small. 
5 [0063] In the particles collision operation described above, the plurality particles 2 is used to pulverize the board 
resin component of the waste printed circuit board 3. However, one or a few of the particles 2 may be used to pulverize 
the board resin component of the waste printed circuit board 3. 

[0064] The wall collision operation mentioned akxive is described below with exemplary illustrations. An exemplary 
illustration as shown in Fig. 6 includes a cylindrical container 1 having a plurality of scooping plates 6 attached in the 

10 axial direction on the inner wall. Heat-treated waste printed circuit board 3 is put in the inclined container 1 . The con- 
tainer 1 rotates in the direction of arrow 4. Tlie waste printed circuit board 3 is scooped up by the scooping plates 6, arxj 
then freely falls within the container, and collides with the inner wall of the container 1 and/or with the scooping plates 
6. TTie collision results in pulverization of, substantially, board resin conrponent of the waste printed circuit board 3. The 
present method is preferable in the point that the waste printed drcuit tx>ard is sure to be scooped up to top of the con- 

15 tainer 1 without sliding within the rotating container 1 before the free falling for pulverization. Furthermore, the configu- 
ration of Fig. 6 is, from the viewpoint of operation, preferat)le in the point tfiat pulverized tx}ard pieces and metallic 
material of the pulverized waste printed circuit board 3 are continuously ejected from the outlet of the container 1 . In 
another exemplary illustration of the wall collision operation as shown in Fig. 7, heat-treated waste printed circuit tx>ard 
3 Is thrown at wall 8 by a rotating tray 7. The waste printed circuit board 3 collides to the wall 8, thereby pulverization of, 

20 substantially, printed circuit tx>ard portion of the waste printed circuit board is achieved. Pulverization rate in the present 
method is improved using a forced collision of tiie waste printed drcuit board 3 to the wall 8. 
[0065] Such wall collision operation can be implemented by a simple apparatus configuration. Particularly in con- 
trast to the particles collision operation described atx}ve, it is unnecessary to separate recovered metallic material, such 
as electronic parts, from the partides. 

25 [0066] Ribs in daim 8 of the present invention, which are equipped on tiie inner wall of a cylindrical container used 
for pulverization process, may be tiie scooping plates 6 of Rg. 6. Although the plurality of the scooping plates 6 is 
equipped on the inner wall of the cylirxlrical container 1 in Fig. 6 above, at least one scooping plate 6 may be equipped 
on the inner wall of the cylindrical container 1 . 

[0067] The separation process is described beloat. In this separation process, finely pulverized powdery pieces of 
30 the board resin component pulverized in the pulverization process are separated from the substantially unpulverized 
metallic material. The tx>ard resin component is substantially pulverized into powdery pieces in the pulverization proc- 
ess, txjt the metallic material is substantially unpulverized and remains in larger particles. The difference of the particle 
sizes between the board resin component pieces and the metallic material pieces allows eff ident separation by screen- 
ing with sieves. In the screening, metallic material is generally recovered in tiie upper side of a sieve of 100-1,000fim 
35 square opening, and finely pulverized board resin corrponent is generally recovered in the down side of a sieve of 100- 
SOO^m square opening. The pulverized material can also be efficientiy separated into metallic material arxj board resin 
corrponent by means of specific gravity separation, such as centarrfugal, inertial, and gravity dassrfications. When the 
separated board resin componerrt contains some small pieces of metallic material, further separating operation, such 
as specific gravity separation, improves the recovery efficiency of metallic material. After the pulverization process, if 
40 there remain some larger board resin pieces of insuffidentiy pulverized printed circuit tx)ards. such pieces can be sep- 
arated out by screening arxl returned to the pulverization process to re-pulverize. 

[0068] As such, metallic material, such as copper foil, solder, and elecb-onic parts, can be easily separated. There- 
fore, recovering the separated metallic material, it can be used as recycled nraterial, and at tiie same time, the waste 
printed circuit boards can become harmless. 

45 [0069] The next step is metallic-material recovery process, wherein the metallic material separated in the separa- 
tion process is separately collected depending on tiie shape of each piece. As shown in Fig. 8, belt conveyer 9 having 
a belt running upward is inclined at a predetermined angle to tiie horizontal plane. The metallic material separated in 
the separation process is supplied onto tiie belt conveyer 9, and then cylindrical metallic material and hardly dropping 
metallic material are separately collected. More specifically, easily dropping metallic material, such as columnar elec- 

50 tronic parts (e.g.. aluminum electrolytic condensers) and linear electronic parts {e g., resistors), easily drop on the belt 
conveyer 9 and can be collected in easily dropping metallic material collection part 1 0 at bottom. On the contrary, hardly 
dropping metallic material, such as flat electronic parts (e.g.. IC's) arxJ foil-like pieces (e.g., copper foil), scarcely drop 
on tiie belt conveyer 9 and can be collected in hardly dropping metallic material collection part 1 1 on top. Vibration 
applied to the belt can inrprove separation rate. 

55 [0070] Such further separation and recovery of the metallic material deperxiing on the shape is being realized by 
the fact that the original shape of the metallic material, such as electronic parts, is well consented in tiie processes 
according to the present invention, wherein the printed circuit boards become brittie in the heating process and are pul- 
verized with a small pulverizing force in the pulverization process. 
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[0071] The present embodiment of the method for separating metallic material from waste printed circuit boards 
nr)ay includes extra necessary processes other "than the heating, cooling, pulverization, separation and m%tallic-mate^ 
rial recovery processes described above. In an exemplary process, larger ele ctronic parts and such electronic parte 
(including lead wires) that can generate harmful substances in the heating process can be removed before the heating 
proC^Tln another exemplary process, waste printed circuit boards can be immersed in a decomposition liquid before 
the heating process. The liquid contains at l east one of the fol lowing: eth yJgiig^lyeQl jag?pyLene glycol, diethylene gly- 
col, dipropylene glycol, isopropylene glycol, and sodium hydrO)lkje"5otcrtiorirB3rtfiis immersion treatment, a part of the 
board resin component is preliminary decomposed or swelled up. and hence, the tx}ard resin conponent becomes pref- 
erably and suff icientiy brittle at a lower temperature and in a shorter time in the heating process. The immersion freat- 
10 ment process at a higher tenperature Is nrx>re preferable because of acceleration in thadec omoosition aj^ swelling-uo 
of the part of the board resin component. Practical tenrperature for the immersion treatmemj s^SO-Sg """' 
[0072] The embodiment described atx3ve includes the heating, cooling, and pulverization processes in the sequen- 
tial order. However, when the waste printed circuit boards do not contain solder, the pulverization process may be con- 
ducted simultaneously with the heating process. This Is because the scattering of re-melted solder is unnecessary to 
15 concern. In anotiier approach, the pulverization process may be conducted at a high tenrperature substantially without 
cooling of the waste printed circuit boards after the heating process. Similarly, the separation process may be con- 
ducted without cooling of the waste printed drcuit boards. In that case, the pulverization arxl/or separation processes 
may be conducted in an oxygen-poor atnfK>sphere described above in order to avoid burning of the printed circuit board 
portion and oxidation of the metallic material. Further in that case, the hot board resin component and metallic material 
20 are cooled down after the pulverization or separation processes, and tiien the metallic-material recovery process is 
conducted. Tfie method for cooling down the hot board resin component and metallic material includes a natural cooling 
method In the oxygen-poor atmosphere descrit>ed above and a method for spraying an inert gas, such as nitrogen, at 
around room temperature onto the hot tx>ard resin component and metallic material In order to avoid burning of the 
printed circuit board portion and oxidation of the metallic material. 

[0073] With regard to printed cj rcurtbgar^ flam e retardant of halogen compo nent, such as chlorine and 

bromine, and/or antinwny component, when SDCh waste printed circuit t}oards'are'h€^Mreated keeping the original 
shape, the printed circuit tx>ard pieces separated and recovered in the separation process can contain the remaining. 
[0074] Considering final disposal of printed circuit board portion after the recovery, the halogen and antinfx>ny com- 
ponents can become environmental load, deperxiing on the method of the disposal. Thus, it is desired to remove such 
30 flame retardant componente during \he recovery of the tx>ard portion. 

[0075] Accordingly, the present invention desirat>ly Includes a heat and remove process, wherein the pulverized 
board pieces of the waste printed circuit boarcte being separated after the heating, pulverization, and separation proc- 
esses are heated to 350°C or higher in an atmosphere avoiding tiie burning of tiie pulverized board pieces, thereby the 
flame retardant is removed from the waste printed drcu'rt boards. 
35 ^0076] The flame retardartroritairiing halogen and/or antimony conrponente t>egins to thermally decorrpose at 
arourxJ 250°C, "tflereoy 'k> provide [ncomt)ustibi lity. Thus, the halogen and/or antimony components are released from 
the circuit boards in the heating process in accordance with the present invention. However; in the heating process 
keeping original shape of the boards, surface area of the tx>ards is not large. And further, the tx}ard portion does rK>t 
melt in this heating process because the waste printed circuit tx>ards are made of tiiermosetting resin, such as phenol 
40 and epoxy resins. Therefore/ the halogen and/or antimony componente are hard to escape from the drcuit tx>ards even 
by heating of this process. ^ 

[0077] On tiie contrary, in the present Invention, heating is conducted to the pulverized pieces of the printed drcuit 
lx)ard portion, which pieces are being separated in the separation process and hence have large surlace area. There- 
fore, the halogen and/or antimony conrponents easily escape from the drcuit boards by heating. 
45 [0078] The heating temperature of 350°C or higher is necessary in the heating process in accordance vkrith the 
present Invention In order to ^ilv remove the halogen a nd/or antinrtony corrponente. Furtiiermore. the heating must 
be conducted in such an atmospnere tnat tne pulverized pieces of the printed drcuit boards do not burn, in order to 
recyde ttie printed circuit board portion. An oxygen-poor atrDosphere is preferable. However, air is also acceptal)le for 
a heat and remove process at temperature lower tiian SOO^C. 
50 [0079] Lead component, one of tiie environmental-load sut»stances contained in waste printed drcuit boards, existe 
mainly in the plating of lead wires and the solder for assembling. Another source of the lead component is stabilizers of 
polyvinyl chloride used as covering resin, and such lead component existe in the forms of basic carbonates, tribasic sul- 
fates, and lead stearate. _^ ^^-^^^ 

[0080] According to the present Invention, a part of lead-corttainirig cortponcHitrsuch as the plating of lead wires of 
55 electronic parte and the solder for assembling electronic parte, is not finely pulverized, and hence, easily separated 
from the pulverized pieces of tiie printed circuit board portion, and recovered as metallic-material component. However, 
another paff of lead-containing conponent. I.e., stabilizers of polyvinyl chloride, is originally dispersed in board resin. 
Accordingly, such part of lead-containing component mixes into the finely pulverized piece conponent of the printed cir- 
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curt board portion when the present invention Is applied. 

[0081] On the other hand, antimony-containing coniponent of flame retardant is contained in the printed circuit 
tx>ard portion. This antimony-containing component is also dispersed in board resin, and hence, mixes into the finely 
pulverized piece component of the printed circuit board portion when the present invention is applied. 

5 [0082] As such, considering the recycling of the pulverized piece conrponent of the printed circuit board portion, it 
is desired to remove such contamination of lead and antinrx>ny components. TTierefore, in the present invention, it is 
preferable to conduct a dissolve and remove process, wherein the pulverized pieces of tiie waste printed circuit board 
portion are ti-eated with water, where by heavy metals are dissolved out from the pulverized pieces of the waste printed 
circuit board portion. ^ 

10 [0083] Regarding such lead component as stabilizers of polyvinyl chloride, and hydrogen chloride resulting from 
thermal deconposition of the polyvinyl chloride in the dry distillation process reacts. This reaction yields lead chlorida 
[0084] When printed circuit boards contain bromic flame retardant, bromine gas and hydrogen bromide are gener- 
ated by thermal deconposition in the dry distillation process. These bromic substances can react with the lead com- 
pounds to form lead bromide. As such, in the dry distillation process, halogen gases and hydrogen halide gases 

15 resulting from thermal decomposition react with the lead component to yield lead halides. These lead halides mix into 
the pulverized pieces of tiie printed circuit board portion recovered in tiie separation process. 
[0085] Since these lead halides are sufficientiy soluble, such lead component is easily cSssolved out from the pul- 
verized pieces of tiie printed circuit board portion by a dissolveK>ut process, wherein the pulverized and separated 
pieces of the printed drcuit board portion are treated with water. A similar to this exists in the case of antimony. In the 

20 dry distillation process, halogen gases and hydrogen halide gases resulting from thermal decomposition react with the 
antinrony component to yield antinrony halides. These antimony halides mix into the pulverized pieces of the printed cir- 
cuit tx>arid portion recovered in the separation process. 

[0086] Since these antimony halides are also sufficientiy solufc)le. such antimony conponent is easily dissolved out 
from the pulverized pieces of the printed circuit tx>ard portion by the d^solve-out process using water in accordance 
25 with the present invention. 

[0087] The dissolve-out process in accordance with the present invention includes a use of appropriate additives to 
the water. The method for the water treatment irx^udes a method by immersing the separated printed circidt board por- 
tion into water arKi a metiiod by spraying water onto the separated printed circuit board portion. 

30 [Examples] 

[0088] The present invention is described in detail below witii particular examples. 
(Example 1} 

35 

[0089] Waste printed circuit board (size of 50 mm x 1 50 mm) of this Example had a composite board nnade of non- 
woven glass fabric/glass doth and epoxy resin. TTie board substrate contained bromic flame retardant, and the printed 
drcuit board was assembled mainly with IG's, aluminum electrolytic corxiensers, fixed resistors, and connectors. The 
waste printed circuit board was put in a ceramic furnace tube of 90 mm in diameter and 1 ,000 mm in length, arxj then 

40 heated from outside of the tube, and kept at gSO^C i n 120 min. After natural cooling to 40''C, the waste printed circuit 
board was removed from the tube, arxj the heating arxj cooling processes were completed. During the heating arxj 
cooling processes, nitrogen gas was being introduced in the tube at a flow rate of 3 litters per minute. In pulverization 
process, a vibration t>all mill (Paint Shaker, Asada Tekkoshyo Co., Ltd.) was used. Vibration of the mill was 640 cycles 
per minute and 8 mm in anplitude. Iron partrcles (20 mm each, and coated with nylon resin) and the heat-freated waste 

45 printed circu'rt board were put in a cylindrical stainless container of 130 mm inner diameter and 1 80 mm depth. Obtained 
pulverized material was screened with a sieve of 200fjim opening and separated into a board resin component collected 
under the sieve and a metallic-material component (induding electronic parts) on tiie sieve. 

[0090] Two another cases were similarly conducted witti heating temperatures of 350°C and 450°C, respectively A 
conparative case was conducted without heating and cooling processes. Another two comparative cases were con- 
st? ducted with temperatures of 200**C and 500**C, respectively. The otiier condition was the same. The result is shewn in 
Tatjie 2. Required pulverization time was measured with definition as the time required for substantially perfect pulver- 
ization of the drcuit board. Chemical analysis of lead was conducted to examine the scattering from the sokler into 
exhaust gas in the heating process. 

55 
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[Table 2] 





Heating temperature 


Eequired pulverization 
time (Min) 


Lead scattering 


Example 


250 


30 


No 


Example 


350 


10 


No 


Example 


450 


10 


No 


Comparative example 


No heating 


Unpulverized 




Comparatfve example 


200 


Unpulverized 


No 


Comparative example 


500 


10 


Detect 



15 

[0091 ] As shewn in Table 2, when the waste printed circuit board was treated with temperature of 250''C or higher 
and lower than 500<'C, lead was not scattered in the ^haust g^, and the pulverized material was well separated into 
board resin component and metallic material (electronic parts, copper (oil. and solder). In particular, the heating tem- 
20 peratures of SSO^'C or higher and lower than 500'*C have reduced the required pulverization time. On the contrary, in 
the comparative cases of no heating or of heating temperature of 200°C» the circu'it board did not become brittie and 
was not pulverized. With the heating temperature of SOO^'C. lead scattering was detected in the exhaust gas. 

(Example 2) 

[0092] TTie same type of the waste printed drcurt board of Example 1 was used in this Example. Heating and cod- 
ing processes were conducted similarly to Example 1 . The heating temperature was 350^C. In pulverization process, 
an injection tooling machine (Fuji Se^kusyo, Co., Ltd.) was used, and nylon resin partides of 2 mm in diameter were 
injected at a Injection pressure of 0.5 MPa onto the waste printed drcurt board after the cooling process. Obtained pul- 
verized material was screened with a sieve of 200 ^m opening and separated into a kx>ard resin component collected 
under the sieve and a metallic-material component (induding electronic parts) on the sieve. 
[0093] As the result, the drcult board was sut>stantially pulverized in around 5 min in tiie pulverization process. The 
pulverized material was well separated into board resin component and metallic material (electronic parts, copper foil 
and solder) in the subsequent separation process. 

(Example 3) 

[0094] Waste printed circu'it board (size of 50 mm x 150 mm) of this Example had a paper phenol board noade of 
kraft paper and phenol resin. The board sut)strate contained bromic flame retardant. and the printed drcuit board was 
40 assembled with electronic parts, mainly such as IC's, aluminum electrolytic condensers, and fixed resistors. Heating 
and cooling processes were conducted similarly to Example 1 . The heating terrperature was 350°C. In pulverization 
process, wall collision operation was used, wherein the waste printed circuit tx)ard was put in a predetermined t>ag and 
thrown at the floor repeatedly fifty times. Obtained pulverized material was screened with a sieve of 500 fim opening 
and separated into a board resin corrponent collected under the sieve and a metallic-material component (including 
45 electronic parts) on the sieve. Further, metallic-material recovery process using a belt conveyer was conducted. The 
conveyer was running upward witii a belt speed of 150 mm^ and inclined at 20 degrees to the horizontal plane. The 
metallic material collected in the separation process was supplied onto tiie belt conveyer for the metallic-material recov- 
ery 

[0095] As the result, the circuit board was substantially pulverized in the pulverization process. The pulverized 
50 material was well separated into tx>ard resin component and metallic material in the sut>sequent separation process. 
Further, in tiie metallic-material recovery process, tiie material was separated into a group including aluminum electro- 
lytic condensers and fixed resistors, and a group including IC's and copper foil. 

(Example 4) 

55 

[0096] Waste printed circu'rt board (size of 50 mm x 150 mm) of tiiis Example had a paper phenol board made of 
kraft paper and phenol resin. The tx>ard sut)strate contained txomic flame retardant, and the printed circuit tx>ard had 
wiring alone. Heating and cooling processes were conducted similarly to Exanrple 1 . The heating temperature was 
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SSCC. In pulverization process, wall collision operation was used, wherein the cooled waste printed circuit tx)ard alone 
was put in a cylindrical container (inner diameter 300 mm x depth 500 mm) having scooping plates attached with sep- 
aration angle of 45 degrees on the inner wall, further wherein the container was rotated at 500 rotations per minute. 
Obtained pulverized material was screened with a sieve of 500^m opening and separated into a tx>ard resin component 
5 collected under the sieve and a metallic-material component (copper foil) on the sieva 

[0097] As the result, the circuit board was substantially pulverized in around 10 min in the pulverization process. 
The pulverized material was well separated into tx>ard resin conrponent and metallic material (copper foil) in the sub- 
sequent separation process. 

10 (Examples) 

[0098] The same type of the waste printed circuit board of Example 1 was used in this Example. Immersion treat- 
ment process was conducted by immersing the printed circuit board into ethylene glycol at 1 70°C in 2 hours. After that, 
heating and cooling processes were conducted similarly to Example 1 . TTie heating temperature was 250°C. In pulver- 
15 ization process, a vibration ball mill was used under the same condition as Exanple 1 . Obtained pulverized material 
was screened with a sieve of 200M^m opening and separated into a board resin component collected under the sieve 
and a metallic-material component (including electronic parts) on the sieve. 

[0099] In the present Example, the immersion treatment before the heating process have reduced the required pul- 
verization time to 10 min, whereas the corresponding time was 30 min in a case with heating temperature of 250°C in 
20 Example 1 . After that, the pulverized material was well separated into tx>ard resin component and metallic material 
(electronic parts, copper foil, and solder). 

(Example 6) 

25 [01 00] TTie kx)ard resin component collected under the sieve in Example 3 above was heat-treated. In this process, 
the board resin component was heated in a ceramic furnace tube of 90 mm in dameter and 1 ,000 mm in length, and 
kept at SSO^'C in 120 min. After cooling to 40*'C. the board resin component was removed from the tLi>e. During the 
process, nitrogen gas was being introduced in the tube at a flow rate of 3 litters per minute. 

[01 01 ] Bromine content was measure before and after this heat and renrxTve process. The bromine content of 5.5% 
30 in weight before the heat and remove process was well reduced to 0.1% in weight after the heat and remove process. 

(Example 7) 

[0102] Waste printed circuit tx>ard (size of 50 mm x 150 mm) of this Example had a paper phenol board made of 
35 kraft paper and phenol resin. TTie tx>ard sut>strate contained bromic flame retardant. The printed circuit board was 
assemt)led with electronic parts, mainly such as IC's, aluminum electrolytic condensers, and fixed resistors, and further 
assembled with lead wires. Heating, cooling, pulverization, and separation processes were conducted similarly to 
Exanrple 1 . The heating temperature was 350*^0. Board resin component collected under the sieve was obtained. The 
obtained board resin component was mixed into the water of the anfx)unt of ten times the obtained board resin weight, 
40 and kept immersed in 6 hours with agitation in this dissolve-out process. After tiiat, the board resin component was col- 
lected by filtration, and dried. 

[01 03] Before and after this dissolve-out process, I ead component contained in the tx>ard resin component was dis- 
solved out into an acid and measured using ICP emission spectroscopy. The lead content of 0.2% in weight before the 
dissolve-out process was well reduced to 0.0003% in weight after the dissolve-out process. 

45 

(Ck)mparative Example 1) 

[01 04] The same type of the waste printed drcurt txiard of Example 1 was used in this Example. Heating and cool- 
ing processes were conducted similarly to Example 1 . The heating temperature was 350*^0. In pulverization process, a 

so hammer mill (H-12 Type. Hosokawa Mikuron Co., Ltd.) was used. The mill had a hammer rotating at 2.800 rotations per 
minute. Obtained pulverized material was screened with a sieve of 200ftm opening for separation into a board resin 
component collected under the sieve and a metallic-material component (including electronic parts) on the sieve. 
[0105] As the result, tiie electronic parts were also finely pulverized in the pulverization process, and the collected 
t>oard resin component under the sieve has contained much contamination of metal pieces, such as copper foil arxJ 

55 lead wires of electronic parts. In conclusion, the metallic material was not efficiently separated. 

[0106] As such, tiie second present invention provides a method for separating metal component from waste 
printed circuit tx>ards, wherein metal component is efficiently separated from waste printed circuit boards. 
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(3) A method for separating electronic parts from waste printed circuit boards in accordance with the embodiment of the 
third present invention is described below with reference to the drawings. 

[0107] V\^ste printed circuit board in this embodiment means a printed circuit board assembled with electronic 
5 parts thereon, without any restriction on the form of assenrtrfing. The present embodiment is neither restricted to a spe- 
cific type of electronic parts nor to a specific material of circuit tx>ard. 

[0108] A method for separating electronic parts from waste printed circuit boards in accordance with the present 
enixxJiment is characterized by the use of a particles collision operation colliding particles at waste printed circuit 
boards. 

10 [0109] In an exemplary illustration as shown in Fig. 9. cylindrical container 1 contains a plurality of particles 2 and 
waste printed circuit board 3. The container 1 rotates in the direction of anew 4. Cdfeion by the plurality of particles 2 
at the waste printed circuit board 3 is achieved by free falling or other movement of the particles 2. This apparatus is 
called a tumbling ball mill. 

[0110] In another exenplary illustration of the particles collision operation as shown in Fig. 10, container 1 contains 
15 a plurality of particles 2 and waste printed circuit board 3. The container 1 vibrates up and down in the direction of arrow 
4. Collision by the plurality of particles 2 at the waste printed circuit board 3 is achieved by free falling or other movement 
of the particles 2. This apparatus is called a vibration ball mill. Although an up and down motion is shown in Fig. 10. a 
right and left motion, a rotation, or combined motion of these can be also used. 

[01 1 1 ] As shown in Fig. 1 1 , another more exemplary illustration of particles collision operation includes a injecting 
20 means 5 for injecting particles 2 at high speed by use of, for example, compressed air. The injecting means 5 injects 
the plurality of particles 2 onto waste printed circuit board 3 to collide. 

[01 1 2] The uses of the tumbling ball mill and the vibration ball mi II are both pref erabi e because of their simple appa- 
ratus configuration. 

[0113] According to the particles collision operation desaibed above, junction portion between electronic part 60 
25 arxJ the board portion, i.e., solder and lead wire, is impacted with impulsive force by the particles 2. Then, the circuit 
board and the electronic part t)ecome disconnected apart. This selective t>reakage of the junction portion comes from 
the fact that the board portion is made of a tough material and is scarcely fractured, whereas the jurK:tion portion to the 
electronic part 60 is weak for impulsive force. In other words, the impulsive force at the impact by particles 2 at the circuit 
board strong enough to disconnect apart the electronic part 60 from the board portion, whereas is not strong enough 
30 to fracture the board portion. As such, the electronic part 60 substantially alone is disconnected from tiie board portion, 
arxl hence, the electronic part 60 is easily collected. 

[0114] The time required for tiie separation of tiie electronic part 60 by tiie particles collisbn operation described 
above depends on mass of each particle 2 and collision velocity of tiie particles 2 to the waste printed circuit board 3. 
If tiie mass or the collision velocity of the particles 2 is too small, produced impulsive force is Insufficient to disconnect 

35 the electronic part 60 from the circuit board. If the mass and/or collision velocity is too large, even the board portion is 
fractured. Accordingly, the mass and edition velocity of the particles 2 used must be set appropriately For example, 
using a larger container 1 for the tumbling ball mill, even light particles 2 can obtain larger collision velocity and hence 
sufficient impulsive force because of the longer falling distance with the corrtainer. On the contrary, vibration ball mill arxi 
the injection means 5 originally can accelerate the particles nK>re sb'ongly than the tumbling ball mill, and hence, a suf- 

40 f ident impulsive force is obtained even in a smaller apparatus configuration. However, excessively large collision veloc- 
ity causes fracture of the board portion, arxJ hence, the collision velocity must be set appropriately depending on the 
mass of the particles 2 used, so as to avoid the fracture of the board portion. Note that the mass of the particles 2 
depends on size of each particle 2 and material (density) of tiie particles 2, whereas the collision velocity depends on 
operating method of the particles collision operation. 

45 [0115] Size of the particles 2 in accordance witii the present embodiment is desired not to be excessively larger 
than the electronic part 60 because such large particles bear a difficulty in colliding at shaded junction portions, for 
example, a junction portion locating in the vicinity of the lead wire of the electronic part 60 and shaded by tiie electronic 
part 60. Considering ttie size of electronic part 60 used generally, desir^le size of the particles is 50 mm or less. Grains 
2 of such size can easily collide at junction portions between the electronic part 60 and the board portion, to disconnect 

50 the electronic part 60 from tiie tx>ard portion. On tiie otiier hand, excessively small particles 2 have a light mass and 
hence insufficient impulsive force. Consequentiy, particle size of 5 mm or greater is desired. For example, 10 mm par- 
ticles made of zirconia, which has a large specific gravity, can disconnect tiie electronic part 60. On the contrary, such 
particles less than 5 mm. which have a diameter less tiian half of tiie 10 mm particles and amass less than 1/8 of tiie 
1 0 mm particles, cannot eff icientiy disconnect tiie electronic part 60 due to tiie insufficient impulsive force. This point is 

55 desaibed in detail later in Example 1 . 

[0116] Based on tiie desired range of tiie particle size, material having a higher density is preferable for tiie parti- 
cles 2. This is because particles made of such material with a higher specific gravity would have a larger mass even for 
smaller size, and hence, the p>articles would have a sufficient impulsive force. Specifically, following materials can be 
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used: alumina (densrty of 3.6 g/cm^), zirconia (density of 6.0 g/cm^), silica (density of 2.2 g/cm^) , silicon nitride (density 
of 3.2 g/cm^), silicon carbide (density of 3.1 g/cm^), iron (density of 7.9 g/cm^), and stainless steel (density of 7.9 
g/cm^). The first five materials are ceramics and tfie rest two are metals. In particular, zirconia, iron, and stainless steel 
are preferable because of their higher densities. Furthermore, each particle having a core of ceramics or metal can be 

5 coated with resin, such as nylon, or rubber material. 

[01 1 7] Shape of the particles are not specif icaily restricted, but a sphere-like or similar shape is preferable for the 
particles 2, because such particles can avoid the wearing of copper foil and solder by impact. Furthermore, such 
sphere-like particles can be easily separated from a part of the electronic part 60 after the particles collision operation 
producing a mixture of the board portion 100. the electronic part 60 disconnected therefrom, and the particles 2. That 

10 is. when the mixture of the board portion 100, the particles 2, and the electronic part 60 are supplied onto the upward- 
moving t>elt of belt conveyer 70 as shown in Fig. 12, the spherical particles 2 are collected in a particles collection part 
80 at tx)ttom. On the other harxi, the electronic part 60 and the board portbn 1 00. which are generally hardly-dropping 
in comparison with the spherical particles 2, are collected in a board portion and electronic part mixture collection part 
90 on top. However, a part of the electronic part 60. having easy<lropping shape, is collected in the particles collection 

15 part 80. Furthermore, to separate the board portion 100 and tiie electronic part 60 both collected in tiie board portion 
and electronic part mixture collection part 90, a belt conveyer having a larger inclination can be used. When tiie board 
portion 100 and the electronic part 60 are supplied onto this t>ett conv^er. the easily-dropping electronic part 60. in 
comparison to the board portion 100. is collected at tx>ttom whereas the board portion 100 Is collected on top. Moreo- 
ver, to separate the particles 2 and the electronic part 60 both collected in the particles collection part 80, a belt con- 

20 veyer having a smaller inclination can be used. When the particles 2 and tiie electronic part 60 are supplied onto tiiis 
belt conveyer, the easily-dropping particles 2. in comparison to the electronic part 60. are collected at bottom whereas 
the electronic part 60 is collected on top. hlowever, in the separating of the board portion 100 and the electronic part 60, 
and in the separation of the particles 2 and the electronic part 60, the inclination and belt speed of the belt conveyer 
must be set appropriately In addition, when the inclination and belt speed of the belt conveyer 70 of Fig. 12 are set 

25 appropriately, the highly easily-dropping particles 2 alone can be collected at bottom, supplying the mixture of the board 
portion 1 00, the particles 2, and the electronic part 60 are supplied onto the belt. Furtiier, in tiie separating of the board 
portion 100 and the electronic part 60. screening operation can easily separate them because tiie board portion 100 is 
larger than the electronic part 60. 

30 [Examples] 

[01 1 8] Tiie present invention is described in detail below with particular examples. 
(Example 1) 

35 

[01 1 9] Waste printed circuit board (size of 70 mm x 90 mm) of this Example had a composite board made of non- 
woven glass fabric/glass ck>th and epcxy resin. The printed drcurt board was assembled mainly with IC's. aluminum 
electrolytic condensers, fixed resistors, and connectors on one side of tiie board. A plurality of 1 0 mm zirconia particles 
and the waste printed circuit board were put in a cylindrical stainless container of 130 mm inner diameter and 180 mm 

40 depth. A vibration ball mill (Paint Shaker. Asada Tekkoshyo Co.. Ltd.) having a vibration of 640 cycles per minute was 
used to shake the container. This particles collision operation was kept for 5 hours. As the result, almost all electronic 
parts were disconnected from the composite t)oard portion without frarture of the board portion. After that, the discon- 
nected mixture of the composite board portion, the electronic parts, and zirconia particles were supplied onto the belt 
moving upward at 150 mm/s of a belt conveyer having a inclination of 10 degrees. The zircon particles were collected 

45 In tx>ttom collection part The corrposite tx>ard portion and the electronic parts were collected in top collection part. Fur- 
ther after tiiat, the mixture of the composite board portion and tiie electironic parts both collected in top collection part 
were supplied onto the belt moving upward at 1 50 mnrV^ of a belt conveyer having a inclination of 30 degrees. The elec- 
tronic parts were collected in tx)ttom collection part. The composite tx>ard portion was collected in top collection part. 

50 (Example 2) 

[0120] Similar particles collision operation of Example 1 was conducted but with 40 mm alumina particles instead 
of the particles of Example 1 . In around 3 min, almost all electronic parts were disconnected from the corrposite board 
portion without fracture of the board portion. After tiiat. using conveyer operations similar to Example 1 . the mixture of 
55 the composite board portion, the electronic parts, and the alumina particles was well separated arxj collected into each 
component. 
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(Example 3) 

[01 21 ] TTie same type of the waste printed circuit board of Example 1 was used in this Example. A tumbling ball mill 
(BM-1500, Chuo Kakouki Co., Ltd.) used had a cylindrical conlainer of 1,250 mm inner diameter and 1 ,250 mm depth. 
A plurality of 1 0 mm stainless steel particles and the waste printed circuit board were put in the container rotating at 25 
rotations per minute. This particles collision operation was kept for 8 hours. As the result, almost all electronic parts 
were disconnected from the composite board portion without fracture of the composite board portion. After that, using 
conveyer operation similar to Example 1 , the mixture of the composite board portion, the electronic parts, and the stain- 
less steel particles was well separated and collected into each component. 

(Example 4) 

[0122] The same type of the waste printed circuit tx>ard of Example 1 was used in this Example. Zirconia particles 
of 5-mm size were injected onto the printed circuit board at an angle of 20 degree to the board plane at an injection 
speed of 10 m/s in this particles collision operation for 10 min. The apparatus used was an injection tooling machine 
(Fiji Seisakusyo, Co., Ltd.). As the result, almost all electronic parts were disconnected from the composite board por- 
tion wrtfiout fracture of the composite boani portion. After that, using conveyer operation similar to Example 1. the mix- 
ture of the composite board portion, the electronic parts, and the zirconia particles was well separated and collected 
into each component. 

[0123] As such, the third present invention provides a metiiod for separating electronic parts from waste printed cir- 
cuit boards, wherein electronic parts are efficiently separated from waste printed circuit boards. 

(4) Embodiment of tiie fourth present invention described t>elow with reference to tiie attached drawings. 

(Embocfiment 1) 

[0124] Rrst. a dry distillation apparatus used for metal-having resin treatment in accordance with Embodiment 1 of 
the present invention is described with reference to Rg. 13. 

[0125] Rg. 13 is a schematic drawing of the configuration of a dry distillation apparatus used for metal-having resin 
treatment in accordance with Embodiment 1 of the fourth present invention. As shown in Rg. 13, heating furnace 1 A 
having a box shape is equipped with an electric heater 2A embedded within the wall of the heating furnace 1 A. Ther- 
mocouple 3 A Is a sensor for measuring temperature within tiie heating furnace 1 A, and is connected to a temperature 
controller 4A, which controls the supplied voltage to the electric heater 2A depending on the temperature difference 
t>etween the measured temperature and a set temperature. Treatment material 6A is of metal-having resin. Rack 5A is 
placed witiiin the heating furnace 1 A and carries the treatment material 6A. Door 7A of tiie heating furnace 1 A can seal 
up the heating furnace 1 A. Nitrogen gas piping 8A is connected to a nitrogen gas cylinder (not shown), and supplies 
injection of nitrogen gas through a plurality of injection holes 9A having openings to the heating furnace 1 A. The present 
apparatus also corrprises a control valve 10A and a pressure gauge 1 1 A, both for the nitrogen gas. Scavenging fan 1 3A 
sucks and renrxives the gas generated from the heating furnace 1 A. sucking through scavenging pipe 1 2A and exhaust- 
ing through exhaust pipe 14A. Gas treatment tank 15A contains a scrubber and an active-€artx>n adsort}ent tanK and 
locates between the scavenging pipe 12A arxj the scavenging fan 13A. 

[0126] Operation of the dry distillation apparatus having tiie above-mentioned configuration, and used for metal- 
having resin treatment in accordance with Embodiment 1 of tiie present invention is described below. The heating fur- 
nace 1 A is temperature-controlled by tiie tiiermocouple 3A and the temperatijre conta-oller 4A, and is set so that the 
temperature of tiie treatment material 6A is around 400"C. The ti-eatment material 6A placed in the heating furnace 1 A 
is epoxy printed circuit boards of non-incombustible grade retaining metallic material, such as solder, copper foil, resis- 
tors, and condensers thereon. The heating furnace 1 A is sealed up by the door 7A, that is, external air does not flow in 
to tiie furnace. 

[0127] In this situation, nitrogen gas supply starts to the nitrogen gas piping 8A from tiie not-shown nitrogen gas 
cylinder. Then, the nitrogen gas starts to inject into the heating furnace 1 A through tiie injection holes 9A. At tiie same 
time, the scavenging fan 13 starts to suck from the heating furnace 1A through scavenging pipe 12A. Then, remaining 
air in the heating furnace 1 A Is replaced by the nrb^ogen gas. and hence, tiie heating furnace 1 A has an oxygen-poor 
atmosphere inside. 

[0128] In this oxygen-poor atnrx)sphere, the treatment material 6A is heated up. And resin material, such as epoxy 
resin, contained in tiie treatment material 6A generates dry distillation gas by thermal decomposition without oxidation 
reaction, or burning in exfreme case, of the treatment material 6A because of tiie oxygen-poor environment. The gen- 
erated dry distillation gas is subsequently sucked from the heating furnace 1 A and ^chausted by tiie scavenging fan 
1 3A. A part of the dry distillation gas is dissolved out during passing through the scrubber in the gas ti-eatment tank 1 5A. 
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The other part is removed in the active-cartXHi adsorbent tank in the gas treatment tank 15A. Therefore, clean exhaust 
gas (mainly, nitrogen gas), containing neither combustible component, odors, nor other harmful substances, passes 
through the scavenging Ian 13A and the exhaust pipe 14A downstream. 

[0129] After the above-mentioned operation for a predetermined time period, the control valve 9A is closed. At the 
same time, the scavenging fan 13A and the electric heater 2 A are stopped, and then, the door 7A is opened. Now, the 
resin being cartx^nized by removal of the dry distillation gas component is obtained on the rack 5A. The metallic parts 
originally retained on the printed circuit boards still remains on the printed circuit boards. 

[0130] At this time, the carbonized resin has lost original toughens and is so brittle as to be easily pulverized finely 
with a small pulverizing force. Accordingly the metallic parts attached on the printed circuit board are being able to be 
easily renrx>ved out and separated. 

[0131] The treated treatment material 6A together with the rack 5A is removed from the heating furnace 1 A. After 
pulverization, large metals, such as electronic parts and copper wires, can be separated up by classification s^ration. 
Finely pulverized component can be separated by specific gravity separatk>n such as air separation (conponent is sep- 
arated by air). According to such methods, metal component and cart^ide can be easily and precisely separated. The 
separated metals can be used economically as a raw metal material for smelting process even in the case that the sep- 
arated metals contain little amount of vatuat)le metals such as gold. Meanwhile, the separated carbkie conponent 
scarcely containing metal componerrt can be used as adsorbent material for sewage and sludge treatments as well as 
solid fuel or reductbn treatment material. As such, according to the present invention, metal-having resin can be recy- 
cled as useful raw materials in contrast to the previous difficulty to treat by conventional methods. 
[0132] As described atx>ve, according to the dry distillation apparatus used for metal-having resin treatment in 
accordance with the present embodinnent, metal component and carbkJe can be easily and precisely separated by 
screening or specific gravity separation after such treatment that the metal-having resin is heated up in an oxygen-poor 
atmosphere and becomes brittle thereby Furthermore, since the metal -having resin is heated up in an oxygen-poor 
atnnosphere, the metal-having resin does not burn and hence does not l)ecome extrem^y high temperature. Therefore, 
evaporation and diffusion of metals is suppressed even in the case that low melting point metals, such as lead compo- 
nent of solder, is contained in the resin. 

[0133] In tiie present embodiment, as long as the heating temperature of the treatment material 6A in the heating 
furnace 1 A is controlled at 250''C or higher depending on the type of the resin, the resin [xxtion becomes brittle and 
easy-to-pulverize cartxHiated state without re-melting and re-solkJifying of the metals co-existing with the resin. Resins 
generally used become brittle at temperature of 250''C or Ngher and k>wer than 500^0. Accordingly Temperature con- 
trolling at 250''C or higher and lower than 500**C is preferable for heating-energy saving. Note that this upper limit of 
SOO^C in the heating temperature comes from the fact that a part of low melting-point metals, such as sokler. as well ^ 
the metal-having resin, melts and tends to evaporate and diffuse above the limit temperature. As the result, an ^aust 
treatment becomes necessary for such metals. 

(Embodiment 2) 

[01 34] Embodiment 2 of the present invention is described below. A dry distillation apparatus used for metal-having 
resin treatment in accordance with present embodiment has a basic configuration similar to tfiat of Embodiment 1 . How- 
ever, in the present emtxxtiment heating fumace 1 A is not of the batch type having a seal-up mechanism. Entrance and 
exit for treatment material 6A are. by contrast, always open, and the treatment material 6A is conveyed on a nrxTving 
platform. Description below is made with major attention to varied points. 

[0135] Fig. 14 is a schematic drawing of the configuration of a dry distillation apparatus used for metal-having resin 
treatment in accordance with the present embodiment. As shown in Fig. 14, a dry distillation apparatus used for metal - 
having resin treatment in accordance with the present embodiment comprises entrance l7Aa and exit 17Ab always 
open to the outside of heating furnace 1 A. and also comprises a conveying means 16A having a metal-mesh belt nwv- 
ing (in the direction of the arrow shown in the Rg. 14) through the heating furnace 1 A via the entrance and exit. The 
entrance 1 7Aa and the exit 1 7Ab comprise flexible sheets 19A in each outer vicinity of the heating fumace 1 A. Rack 5A 
earned on the conveying means 16A has gas diffusion suppression walls ISA as front and rear walls relative to the 
direction of nrtovement. 

[0136] Operation of tiie dry distillation apparatus having the above-mentioned configuration, and used for metal- 
having resin treatment in accordance with the present embodiment is desaibed below. The rack 5A canrying treatment 
material 6A is put into the entrance 17Aa through the flexit)le sheets 19Aa. Then, tiie rack 5A automatically moves 
through tiie heating fumace 1 A by tiie conveying means 16A. The treatment material 6A carried on the rack 5A is 
treated by dry distillation in similar procedure of Embodiment 1 . until the rack 5A automatically moves out of the heating 
furnace 1 A through the exit 1 7Ab and tiirough the flexible sheets 1 9Ab. 

[0137] In the case that the ti-eatment material 6A is phenol printed circuit boards of non-incombustible grade con- 
taining flame retardant, and Is assembled with electronic parts, decomposition gas of the flame retardant surrounds the 
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printed circuit boards during the heating-up of the printed circuit boards by the heating furnace 1A. And hence, the 
atmosphere around the printed circuit boards becomes oxygen-poor Accordingly, the resin component contained in the 
printed drcuit boarcte can become brittle without burning of the printed circuit boards even in the case that the atnnos- 
phere within the heating furnace 1 A is an oxygen-rich gas such as air. As such, in the case that the metal-having resin 
contains flame retardant, surroundings of the metal-having resin can be kept oxygen-poor even in an oxygen-rich 
atmosphere outside, and hence, extra supply of an inert gas, such as nitrogen, is unnecessary. This situation gives an 
advantages in economy. 

[0138] Since the flexible sheets 19Aa, 19Ab are covering the majority of the opening (i.e., the entrance 17Aa and 
the exit 1 7Ab) of the heating furnace 1 A. the flexible sheets 1 9Aa, 1 9Ab suppress the leakage of dry distillation gas from 
the openings of the apparatus without disturbing the conveyance of the rack 5A carrying the treatment material 6A. 
[01 39] Since the gas diffusion suppression walls 1 8A are covering the majority of the opening cross-section of the 
heating furnace 1 A in the direction of the nfx)vement of the rack 5A, the gas diffusion suppression walls ISA suppress 
the dry distillation gas generated from the treatment nnaterial 6A to escape through the opening (i.e., the entrance and 
exit) of the heating furnace 1 A. 

[0140] As such, the present embodiment realizes a dry-distillation treatment apparatus having an excellent advan- 
tage in operation, wherein the continuous cartx»nizing operation Is achieved only by putting the treatment material 6A 
on the conveying means ISA. 

[01 41 ] In the present emtxxliment. flexible sheets 1 9Aa. 1 9Ab of glass fatxicAluororesin can be used keeping both 
heat resistance arxJ flexibility as long as the temperature in the place where the flexible sheets locate does not exceed 
around 250^C In the case of temperature exceeding 250''C, metallic sheets, such as of stainless steel, copper, or alu- 
minum are used. 

[0142] In the configuration of the present emtxxliment, the treatment material 6A in a high temperature can be car- 
ried out from the heating furnace 1A because the treatnnent material 6A is continuously dry-distilled. In that case, a 
cooling means for rapidly cooling the heated treatment material 6A may be located In the vicinity following the heating 
furnace 1 A. According to this method, the treatment material 6A can be safely and rapidly treated in separation process 
without danger of ignition by exposing the material at high temperature to the air, arxl witiiout another danger of burn. 
The cooling means includes a method by spraying a low-temperature gas or liquid directly onto the treatment material 
6A. and a method by contacting cooled sheets or rolls to the treatment nriaterial 6A. 

[0143] Furthermore, the scavenging hole of the scavenging pipe 12A may be located near the place where the 
treatment material 6A reaches its thermal-decomposition temperature and generates dry distillation gas while the treat- 
ment material 6A can-ied on the rack 5A conveyed by the conveying means 16A is heated up during the passage 
through the heating furnace 1 A. In that case, tiie dry distillation gas is efficiently scavenged, and tiie leakage of tiie dry 
distillation gas through tiie opening (i.e., the entrance and exit) of the heating furnace 1 A is suppressed. 
[0144] Moreover, the apparatus may be equipped with a heat medium channel for cooling a part of the flexible 
sheets 1 9Ab. In tiiis case, the heated treatment material 6A after the dry distillation sufficiently contacts with the flexible 
sheets 1 9Ab when the treatment material 6A is carried out to the exit. The treatment material 6A is efficiently cooled by 
this contact with the flexible sheets 1 9Ab, wherein efficient heat exchange is occurring also with the heat medium chan- 
nel. 

(Embodiment 3) 

[01 45] EmtKxJiment 3 of the present i nvention is described below. A dry distillation apparatus used for metal-having 
resin treatment in accordance with present entxxiiment has a basic configuration similar to that of Emtxxliment 2. How- 
ever, the present embodiment includes a means for nrtaking an after-treatment operation to treatment material 6A car- 
ried out from heating furnace 1 A. Description below is made with major attention to varied points. 
[0146] Rg. 15 is a schematic drawing of the configuration of the main part of a dry distillation apparatus used for 
metal-having resin treatment in accordance witii tiie present embodiment. As shown in Fig. 15, a dry distillation appa- 
ratus used for metal-having resin treatment in accordance witii the present embodiment comprises shredding rolls 20A 
for pressing and shredding of treatment material 6A being caitxjnized and brittie. The shredding rolls 20A locate in the 
vicinity downstream of conveying means ISA vw>rking tiirough heating furnace 1A. The shredding rolls 20 A are con- 
nected to a cooling water pipe 21 A supplying cooling water to the rolls. The present apparatus comprises a collection 
t>asket 22A for collecting shredded pieces downstream of the shredding rolls 20A. 

[0147] Operation of tiie dry distillation apparatus having the above-mentioned configuration and used for metal- 
having resin treatment in accordance with the present embodiment is described below. The resin portion of tiie treat- 
ment material SA treated by dry distillation in the heating furnace 1 A is being carbonized and so brittie as to be easily 
shredded with a small pressing force. Accordingly, the cartxxiized resin portion is easily shredded and pulverized when 
the treatment material 6A is wound between and pressed by the shredding rolls 20A rotating in the vicinity of the exit of 
the heating furnace 1 A. Metallic parts co-existing with tiie cartx>nized resin portion are separated or peeled in this proc- 
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ess. and drop into the collection basket 22A together with the carbonized resin portion. 

[0148] TTie fractured pieces collected in the collection basket 22A can be easily and rapidly separated into cartwn- 

ized resin and metals by dassifing separation or air separation, without any other pulverizing means. 

[0149] As such, the present embodiment realizes a dry-distillation treatment apparatus performing continuous 

5 shredding process for nrwre efficient subsequent separation process, wherein the continuous shredding process is per- 
formed by means of the shredding rolls 20A for shredding the treatment material treated by dry distillation. 
[0150] In the present embodiment, the shredding rolls 20A may be sipplied with cooling water through the cooling 
water pipe21A. In this case, the treatment material 6A. if heated, right after carried out from the heating furnace lAcan 
be cooled down through the shredding rolls 20A. 

10 [0151 ] Although, an electric heater was used as the heating means in each en^odiment of the present invention, 
the heating means in accordance with the present invention is not restricted to this. The heating means includes the 
use of heat of combustion of a pipelined gas fuel, such as city gas and propane gas. or a liquid fuel such as kerosene. 
For the use of heat of combustion, an air supplying means, such as an air blower, is added for the combustion, if nec- 
essary. For the use of a liquid fuel, in particular, a means for vaporizing the liquid fuel is added upstream of the heating 

15 means (i.e.. combustion section). 

[01 52] A method for treating dry distillation gas. performed in gas treatment tank 1 5A. includes a flame comtxjstion. 
catalytic combustion and catalytic oxklation. The last two reactions use catalyst. The present invention is not restricted 
to a specific material or shape of the catalyst, and includes, for example, sintered ceramics and metals; metal honey- 
con* structures and fal)rics; and knitting of ceramic ftoers. The present invention also includes, for example, cun^ed. 

20 cylindrical, and wavy shapes as well as flat shape. Such shape of the catalyst may be selected arbitrarily, depending on 
the workability of material and the application. Regarding active component of the catalyst the present invention 
includes, for example, platinum-group noble metals generally used, such as platinum, palladium, and rhodium; a mix- 
ture of these noble metals; other metals and their oxkJes; and a mixture of these. The catalyst material may be selected 
art)itrarily, depending on the type of fuel and the condition of use. 

25 [0153] To keep the surroundings of metal-having resin to be oxygervpoor. nitrogen atmosphere is generally used 
as described in Embodiment 1. In addition, other inert gas. such as carbon dioxide, helium, and argon, may be used. 
The present invention is not restrkrted to a specific gas atmosphere as long && such gas atnrK>sphere prevent the metal- 
having resin from txiring. For example, in the case that the metal-having resin contains flame retardant as described in 
Embodiment 2. oxygen-poor condition can be achieved during the heating treatment even in a oxygen-containing 

30 atmosphere because decomposition gas from the flame retardant surrounds the metal-having resin. Furthernrore, 
reducing the scavenging rate so that the dry distillation gas generated from the metal-having resin remains to surround 
the metal-having resin, the surroundings of the metal-having resin can be kept oxygen-poor. 
[0154] Metal-having resin to b>e treated in accordance with the present inventbn is any and every resin material 
having metals. Such metal-having resin ir»cludes. for example, a printed wiring board having copper wiring patterns, and 

35 such printed wiring board further being assembled with electronic parts. Note that the printed circuit board or. simply, 
circuit board in this specification generically includes these printed wiring boards. Furthernwre, metal-having resin to 
be treated in accordance with the present invention includes parts and components containing metal-having resin. One 
example of this is such an component that motors or transformers are nrx>Wed by resin therein. 
[0155] The temperature measuring means in every Embodiment of the present invention is a themxxxxjple. How- 

40 ever, the temperature measuring means in accordance with the present invention is not restricted to this. For example, 
a thermistor may be used, and any number of the temperature measuring means may be equipped anywhere. Further, 
the controlling means for controlling the heating power in cooperation with the temperature measuring means, controls 
voltage for electric heating, and controls supply rates of foel and air for combustion heating. The scavenging means is 
generally a fan, txjt may be a pump. If necessary for pressure or suction power. 

45 [01 56] The conveying means in every Embodiment of the present invention is a rrwving belt made of a heat-resist- 
ing material such as metal. However, the conveying means in accordance with the present invention is not restricted to 
this. For example, a series of rotating rods (rollers) may be used. The driving means for driving the conveying mean is 
generally an electric motor. 

[0157] The gas treatment means in every Emlxxliment of the present invention is having a scrubber spraying an 
50 absorbing liquid in the dry distillation gas, or an active-cartxyi adsorbent tank containing an adsorbent for adsorbing the 
dry distillation gas. However, the gas treatment means in accordance with the present invention is not restricted to this. 
For example, a bubbling tank for spouting the dry distillation gas into an absorbing liquid may be used. Further, these 
means may be used in combination, f^oreover. other possil)le gas treatment means are a decomposition reactor for dry 
distillation decomposition reaction, a combustion reactor using flame or catalytic combustion, and a catalytic reactor 
55 containing deconposition catalyst to react even with a thin gas. The gas treatment means may be selected arbitrarily, 
depending on the condition of use and the handling convenience. 

[0158] As such, the fourth present invention provkJes an apparatus for treating and cart>onizing metal-having resin 
by dry distillation and for allowing easy separation of metals and resin carbkie. 
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(5) Embodiment of the f ifth present invention is described below with reference to the attached drawings. 

[0159] Inplemerrtation of the present invention requires a heating means of a heating furnace, a controlling means 
of the temperature within the heating furnace, a scavenging means, a supplying and controlling means of air and fuel, 

s a measuring means of catalyst temperature, a conveying configuration for waste, and a driving means of the conveying 
configuration. TTie heating means includes an electric heater, and a combustion-type heating unit using a liquid or gas 
fuel. A tenrperature measuring means for the temperature within the dry distillation furnace and of catalyst is any 
number of thermocouples or thermistors placed anywhere. The supplying and controlling means of air and fuel for con- 
trolling the heating power in cooperation with the temperature measuring means controls voltage or frequency of elec- 

10 trie valve and air blower. TTie scavenging means is generally a fan. but may be a pump, if necessary for pressure or 
suction power reasons. The conveying means may be a moving heat-resisting metallic belt or a series of rotating rods 
(rollers). The driving means for driving the conveying mean Is generally an electric motor. These means are conven- 
tional ones, and other prior art means may be used. Thus, the technical description on these means is omitted in this 
specification. 

IS 

(Embodiment 1) 

[01 60] A dry distillation apparatus used for waste treatment in accordance with Embodiment 1 of the present Inven- 
tion Is described with reference to Fig. 16. 

20 [01 61 ] Fig. 1 6 is a schematic drawing of the configuration of a dry distillation apparatus used for w^e treatment in 
accordance with the present Embodiment 1. As shewn in Fig. 16. heating furnace IB having a tunnel-like shape is 
equipped with an electric heater 2B embedded within the wall of the heating fumace 1 B. Furnace temperature sensor 
3B is a sensor for measuring temperature within the heating furnace 1 B, and is connected to a tenrperature controller 
4B. which controls the supplied voltage to the electric heater 2B depending on the difference between the measured 

25 temperature and a set temperature. Conveying belt 5B is a melal-mesh MX for conveying waste, and placed within the 
heating furnace 1 B. Roller parts 6B drive the conveying belt 5B. Scavenging pipe 7B has a tip opening inside the heat- 
ing furnace 1 B, and sucks and exhausts dry distillation gas. The scavenging pipe 7B is connected through a gas puri- 
fying part 9B, an exhaust pipe 1 0B, and an exhaust fan 1 1 B downstream. The exhaust fan 1 1 B has an exhaust top 1 2B 
downstream. The gas purifying part 9B contains an oxidizing catalyst 13B having a ceramic honeycomb structure car- 

30 rying an oxidation-active component of a combustit)le organic material. In the inner space of the gas purifying part 9B, 
heat exchanging part 14B sunounding the scavenging pipe 7B is located downstream of the oxidizing catalyst 13B. 
Fuel pipe 1 5B supplies a fuel gas (LP gas, in this embodiment), and ttie fuel flow rate is controlled by a fuel control valve 
1 6B. Catalyst temperature sensor 1 7B contacts to the oxidizing catalyst 1 3B, and sends a signal to a combustion con- 
troller 18B. Subsequently, the combustion controller 18B generates a signal to control the fuel control valve 16B, 

35 [01 62] Operation and action of the present emt»odimenl is described below. The heating furnace is voltage-control- 
led and set at an in-f urnace terrperature of around 4O0'C by the temperature controller 4B using the terrperature meas- 
ured at the fumace temperature sensor 3B. Waste containing large amount of organic material, such as waste printed 
circuit boards. gart>age. fish/vegetable oflal and so on, is put into the heating fumace 1 B. The waste is carried on the 
conveying belt 5B driven by the roller parts 6B. and nxwes through the Inside of the heating furnace 1 B. Water vapor 

40 and thermal decomposition sutetances yieW from the waste as temperature goes high. These generated gas (dry dis- 
tillation gas) is sucked by the scavenging fan 1 1B. and ©chausted through the scavenging pipe 7B. The dry distillation 
gas flowing in the scavenging pipe 7B is supplied to the gas purifying part 9B. and rapidly purified by oddation. Note 
that the temperature of oxidazing catalyst 13B with fuel gas supplied through fuel pipe 1 5B is already kept high enough 
for the oxidation. The initial heating-up of the oxidizing catalyst 13B Is made using the fuel gas supplied from the fuel 

45 pipe 1 5B- After the reaction, the exhaust gas flows through the exhaust pipe 1 0B. the exhaust fan 11 B. and the exhaust 
top 12B, and then escapes to the air. 

[0163] Hot exhaust gas is generated downstream of the oxidizing catalyst 13B. However, the heat is collected by 
the heat exchanging part 14B surrounding the scavenging pipe 7B. and hence, cooled exhaust gas reaches at the 
exhaust fan 1 1B while dry distillation gas is pre-heated and ready-to-react before being supplied to the oxidizing cata- 

50 lyst 1 3B. Therefore, perfect oxkJation of the dry distillation gas is easily achieved even in the case that the dry distillation 
gas contains difficutt-to-oxidize corrponent. The terrperature of the oxidizing catalyst 13B is always measured by the 
catalyst terrperature sensor 1 7B. and, in the case of lower temperature of oxidizing catalyst 1 3B than a predetermined 
value, the fuel control valve 16B Is more opened by the combustion controller 18B to supply more fuel. In the opposite 
case of higher temperature of oxidizing catalyst 13B than a predetermined value due to more heat of comtxjstion of the 

55 dry distillation gas, the fuel control valve 1 SB is throttled to reduce the fuel. As such, the temperature of oxklizing cata- 
lyst 13B is always kept optimum. 

[0164] The air (oxygen) which is necessary for the oxidation of fuel and dry distillation gas on the oxidizing catalyst 
13B is introduced at sufficiently rate through the scavenging pipe 7B together with the dry distillation gas because 
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entrance and exit for the conveying belt 5B of the heating furnace 1 B are open to the air. Thus extra air sipply is unnec- 
essary. Amount of the generated dry distillation gas and, especially, combustible gas content in the dry distillation gas 
can substantially vary depending on sort, quantity, and condition (variances in water content, compression and so on) 
of the input waste. However, catalytic reaction using the o xidizing catalyst 13B can achieve substantially perfect reac- 
5 tion even for a thin gas as long as the necessary catalystlemperature is kept, and hence, production of unburned or 
intermediate substances is preventatrfe. 

[0165] Fig. 17 shews an example of the working characteristics of the present apparatus in actual operation. The 
rate of combustible gas yieWed from waste shown by (solid line) remarkably varies in time. However, the fuel supply rate 
is stepwise controlled by the terrperature of the oxidizing cata lyst 13B. and this temperature is kept within the neces- 

10 sary and sufficient tenperature range for working. TTierefore, detection and identification of amount or sort of tiie dry 
distillation gas, which is a mixture of various kind of components, is unnecessary for keeping clean exhaust gas. TTie 
coarse control of the fuel gas depending on the temperature of the oxidizing catalyst 13B alone is sufficient. 
[0166] Various contaminating material in waste is expected. In particular, chlorides (including cooking salt or the 
like) and halides (including plastics pieces or the like) contamination can yield harmful dioxins in the temperature range 

15 of around SOO-TOO^C. 

[01 67] Consequently, keeping the temperature of t he oxidzing catalys t 1 SB at 800'*C or higher, the dioxins are ther- 
mally decomposed, and hence, the release of dioxins Is prevented. Since the temperature decreases rapidly down to 
300**C or lower downstream of the oxklizing catalyst 13B due to the action by the heat exchanging part 14B, regenera- 
tion of the dioxins from their decomposition gas is also prevented. The upper limit temperature is limited with the heat 
20 resistant tenperature of the oxidizing catalyst 13B, and is generally 1 .OOO^C or lower. Since the exhaust gas is clean 
and perfectly oxidized, the exhaust gas can be, if necessary, furtiier cooled down to 200'*C of lower by equipping an 
water-cooled heat exchanger downstream of the gas purifying part 9B. 

[0168] Since residue after the release of dry distillatbn gas is toeing cartx)nized. and have a reduced volume of one 
seventh or fourth of initial volume, substantial reduction in volume is achieved even when the remnant is disposed in 
25 this form. Furthermore, such residue can be used as land improvement stuff and fertilizer, or adsorbent material for 
sewage and sludge treatments, as well as solid fuel or reduction treatment material. As such, according to the present 
inventk>n, the waste that Is difficult to treat by conventional methods can be recycled as useful raw materials. 

(Embodiment 2) 

30 

[0169] Embodiment 2 of the present invention is described below. A dry distillation apparatus used for waste treat- 
ment in accordance with present embodiment has basic configuration and operation Ixjth similar to those of the dry dis- 
tillation apparatus used for waste treatment of Embodiment 1. However, in the presertt embodiment control of 
atnnosphere condition within heating furnace 1 A, and air supplying means to dry distillation gas are different from those 

35 of embodiment 1 . Description below is made with major attentbn to these varied points. 

[01 70] Fig. 1 8 is a schematic drawing of tiie configuration of a dry distillation apparatus used for waste treatment in 
accordance with the present Embodiment- As shown in Fig. 18. admissron pipe 8B for nitrogen gas supply is equipped 
in each vicinity of the entrance and exit of heating furnace 1 B. The admission pipe 8B supplies nitrogen gas at a rate 
exceeding tiie rate of dry distillation gas sucked and exhausted through scavenging pipe 7B. Air supplying pipe 19B is 

40 connected upstream of gas purifying part 9B. together with fuel pipe 15B. 

[0171] In this configuration, waste is heated up wtttiin the heating furnace 1B filled with nitrogen gas, and hence, 
danger of. ignition due to such reaction with the gas generated by heatlng-up is prevented. Further, oxidative polymer- 
ization witiiin the heating furnace 1 B is suppressed, and generation of dioxins is prevented. Since the dry cBstillation gas 
produced here contains no air (oxygen) necessary for oxidation reaction, the air supplying pipe 19B forces to mix suffi- 

45 dent rate of air into the dry distillation gas upstream of the gas purifying part 9B. Then, the dry distillation gas becomes 
a conrtxjstible mixture, and oxidation can occur on oxidizing catalyst 13B. The air supply is necessary at an equivalent 
rate exceeding tiiat of the expected maximum combustible gas generated form ttie heating furnace 1 B. Because of the 
wide tolerable range of combustible gas content for the reaction of the oxidizing catalyst 13B, the air supply is unnec- 
essary to be finely controlled depending on tiie combustion condition, and may be at a constant excess. 

50 [0172] The gas supplied into tiie heating furnace 1 B through the admission pipe SB Is for reducing tiie oxygen con- 
centration. Thus, the use of a pure gas, such as nitrogen, is not necessary as long as the requirement is achieved. For 
example, tiie exhaust gas which has low oxygen concentration, may be used by recycling the gas from exhaust pipe 
10B. This configuration realizes simplicity and economy wrthout disturt)ing the effect of ttie present invention. 
[0173] Ahhough the present invention Is described in the Embodiment of a dry distillation apparatus used for waste 

55 treatment using electric heating, the present invention is obviously not restricted to this. The effect of the present inven- 
tion is achieved also in the following alternatives. 

[0174] The heating means may be the use of heat of combustion of a pipelined gas fuel, such as city gas and pro- 
pane gas. or a liquid fuel such as kerosene. For the use of heat of combustion, an air supplying means, such as an air 
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blower, is added for the combustion, if necessary. For the use of a liquid fuel, in particular, a means for vaporizing the 
liquid fuel is added upstream of the heating means (i.e., combustion section). 

[01 75] Regarding the configuration of the oxidizing catalyst 1 3B equipped in the gas purifying part 9B, a base mate- 
rial of ceramic honeycomb structure is used in the Embodiment. However, the present invention is not restricted to a 
specific material or shape of the catalyst, and includes, tor example, sintered ceramics and metals; metal honeyconte 
structure or metal fabrics; knitting of ceramic fibers and so on. The present Invention also includes, for exanple, curved, 
cylindrical, wavy shapes, and so on as well as flat shape. Such shape of the catalyst may be selected artHtrarily 
depending on the workability of material and the application. Regarding active component of the catalyst, the present 
invention includes, for example, platinum-group noble metals generally used, such as platinum, palladium, rhodium or 
the like; a mixture of these notrfe metals; other metals and their oxides; and a mixture of these. TTie catalyst material 
may be selected arbitrarily, depending on the type of fuel and the condition of use. 

[0176] As such, the fifth present invention provides an apparatus Ibr waste treatment, whereby waste containing 
combustible organic material is dry<listilled and cartx)nized to have a reduced weight, further whereby carbonized 
product that can be widely used as recycled materials is obtained, and wherein dry distillation gas generated Is perfectly 
cleaned up by oxidation to become a dean exhaust gas. 

Claims 

1. A method for treating waste printed circuit boards, the method comprising the steps of : 

heating up for dry-distilling the waste printed circuit boards having copper foil retaining solder in at least a part 
of the surface, at a temperature of 250^*0 or higher; 

pulverizing the dry-distilled material of said waste printed circuit boards obtained in said heating step; and 
separating the pulverized material of said waste printed drcuit boards obtained in said pulverizing step, into 
board resin component and metal corrponent 

2. A method for treating waste printed circuit boards according to daim 1 . wherein said pulverizing step is performed 
avoiding that said solder is finely cut to the partide size less than 100^m. 

3. A method for treating waste printed drcuit boards according to claim 1 or 2, wherein said pulverizing step is per- 
formed by a ball mill pulverization using pulverization media having lower surface hardness than that of solder. 

4. A method for separating metallic material from waste printed circuit boards, the method comprising the steps of: 

heating up the waste printed drcuit boards having at least metallic material, in an atmosphere avoiding the 
burning of the printed drcuit b)oard portion of said waste printed circuit boards or in an atmosphere avoiding 
the oxidation of said metallic material, so that the tenperature of at least said printed drcuit board portion 
becomes 250"C or higher and lower than 500"C; 

pulverizing the substantial printed circuit boanj portion alone of said waste printed circuit boards heated-up in 
said heating step into pieces not exceeding a predetermined size; and 

separating the pulverized pieces of said sut>stantial printed drcuit kx)ard portion pulverized in said pulverizing 
step and said metallic material retained on said waste printed circuit boards, depending on the difference in the 
sizes of said pulverized pieces and of said metallic material. 

5. A method for separating metallic material from waste printed circuit boards, the method corrprising the steps of: 

heating up the waste printed drcuit boards having at least metallic material, In an atmosphere avoiding the 
burning of the printed drcuit bK>ard portion of said waste printed circuit boards or in an atmosphere avoiding 
the oxidation of said metallic material, so that tiie temperature of at least said printed drcuit board portion 
. becomes 250**C or higher and lower than 500**C; 

pulverizing the substantial printed circuit board portion of said waste printed drcuit boards heated-up in said 
heating step, by colliding predetermined particles at said waste printed drcuit tx>ards: and 
separating the pulverized pieces of said substantial printed drcuit board portion pulverized in said pulverizing 
step and said metallic material retained on said waste printed circuit tx>ands, depending on the difference in tiie 
sizes of said pulverized pieces and of said metallic material. 

6- A method for separating metallic material from waste printed circuit boards according to claim 5; wherein said pul- 
verizing step is performed by putting said heated-up waste printed drcuit boards and said partides in a container. 
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and by rotating and/or vibrating said container, and further by cottiding said particles at said waste printed circuit 
boards. 

7. A method lor separatirig metallic material from waste printed circuit boards according to claim 5; wherein said pul- 
verizing step is performed by providing an injecting means for injecting said particles at predetermined speed, and 
by injecting said particles at said heated-up waste printed circuit boards by said injecting means, and f urtiier by col- 
liding said particles at said waste printed circuit boards. 

8. A metiiod for separating metallic material from waste printed circuit boards, the method comprising tiie steps of: 

heating up waste the printed circuit boards having at least metallic material, in an atmosphere avoiding the 
txjrning of the printed circuit tx>ard portion of said waste printed circuit boards or in an atmosphere avoiding 
tiie oxidation of said metallic material, so that the temperature of at least the printed circuit board portion 
becomes 250''C or higher arxi lower than 500*^0; 

providing a cylindrical container having predetermined ribs on the inner face in the axial direction; 

putting said waste printed drcurt boards heated-up in said heating step, in said container; 

rotating said container to allow said waste printed circuit boards to collide to the inner wall and/or said ribs of 

said container; 

pulverizing the substantial printed circuit board portion of said waste printed circuit boards thereby; and 
separating tiie pulverized pieces of said substantial printed circuit board portion pulverized in said pulverizing 
step and said metallic material retained on said waste printed circuit tx>ards, d^ending on the difference in the 
sizes of said pulverized pieces and of said metallic material. 

9. A metiiod for separating metallic material from waste printed circuit boards, the method comprising tiie steps of: 

heating up the waste printed circurt boards having at least metallic material, in an atmosphere avoiding the 
txjrning of the printed circuit board portion of said waste printed circuit boards or In an atmosphere avoiding 
the oxidation of said metallic material, so that tiie tenrperature of at least said printed circuit board portion 
becomes 250**C or higher and lower than 500°C: 

throwing said waste printed circuit boards heated-up in said heating step, at a predetermined object, thereby 
to collide said waste printed circuit boards at said object; 

pulverizing the substantial printed circuit board portion of said waste printed circuit boards thereby; and 
separating the pulverized pieces of said sut)stantial printed circuit tx>ard portion pulverized in said pulverizing 
step and said metallic material retained on said waste printed circuit boards, deperKltng on the difference in the 
sizes of said pulverized pieces and of said metallic material. 

10. A method for separating metallic material from waste printed circuit boards according to any of claims 4 to 9, 
wherein said heating step is peribrmed so that said temperature of at least said printed circurt board portion 
becomes asC'C or higher. 

11. A method for separating metallic material from waste printed circuit boards according to any of claims 4 to 10, the 
method comprising the step, after said heating step, of cooling said waste printed circuit boards heated-up in said 
heating step; and 

wherein the substantial printed circuit board portion of said waste printed drcutt boards cooled in said cooling step 
is pulverized in said pulverizing step. 

12. A method for separating metallic material from waste printed circurt boards according to claim 11. wherein said 
cooling step is performed in an atmosphere avoiding the buming of the printed circuit board portion of said waste 
printed circurt tx>ards or in an atmosphere avoiding the oxidation of said metallic material of said waste printed cir- 
cuit boards. 

13. A method for separating metallic material from waste printed circurt tx>ards according to any of claims 4 to 12. the 
method comprising the step of immersing said waste printed circuit boards having at least metallic material, before 
the heating step, Into a decomposition liquid containing at least one of ethylene glycol, propylene glycol, diethylene 
glycol, dipropylene glycol, isopropylene glycol, and sodium hydroxide solution. 

14. A method for separating metallic material from waste printed circurt tx>ards according to any of claims 4 to 13. the 
method comprising the steps off: 
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providing a belt conveyer moving upward and inclined relative to the horizontal plane; 
supplying said metallic nnaterial separated in said separating step, onto said belt conveyer; 
collecting a part off said metallic material each off said part having a shape which makes itself easily dropped, 
at bottom of said belt conveyer, in a metal collecting process; and 
5 collecting another part of said metallic material each of said part having a shape which makes itself hardly 

dropped, on top of said belt conveyer, in said metal collecting process. 

1 5. A method for treating waste printed circuit boards according to claims 4-13, the method comprising the step of 

10 heating up said pulverized pieces of said substantial printed circuit tx>ard portion separated in said separating 

step, in an atmosphere avoiding the burning of said pulverized pieces, so that the tenperature of at least said 
pulverized pieces become SSCC or higher, in a heat and remove process: thereby removing said flame retard- 
ant from said pulverized pieces in said heat and remove process. 

75 1 6. A metiiod for treating waste printed circuit boards according to claims 4-13, the metiiod comprising the step of dis- 
solving out the heavy metals from said pulverized pieces by allowing said pulverized pieces of said substantial 
printed circuit board portion separated in said separating step to contact with water in this dissolve-out process. 

17. A metiiod for separating electi^onic parts from waste printed circuit boards, the method conrprising the steps of: 

20 

colliding predetermined particles at the waste printed circuit boards being assembled with electronic parts by 
particles collision operation; 

breaking out the junctions between the board portion off said waste printed circuit tx>ards and said electronic 
parts, substantially without frachjring of said board portion off said waste printed circuit boards thereby, in said 
25 particles collision operation; and 

separating said electronic parts from said waste printed circuit boards thereby, in said particles collision oper- 
ation. 

18. A method for separating electronic parts from waste printed circuit boards according to claim 17, wherein said par- 
30 tides collision operation is performed by putting said waste printed circuit boards and said particles in a p>redeter- 

mined container, and by rotating and/or vibrating said container, and further by colliding said particles at said waste 
printed circuit boards. 

1 9. A method ffbr separating electronic parts from waste printed circuit boards according to claim 1 7. wherein said par- 
35 tides collision operation is performed by providing an injecting means for injecting said particles at predetermined 

speed, and by injecting said partides at said waste printed drcuit boards, and further by colliding said partides at 
said waste printed drcuit fcx>ards. 

20. A method for separating electronic parts from waste printed circuit boards according to any off daims 17-19. 
40 wherein the diameter off each off particles is within 5 mm or larger, and not exceeding 50 mm or smaller. 

21 . A metiiod ffbr separating electronic parts from waste printed drcuit tx>ards according to any o* claims 1 7 to 20. tiie 
method comprising tiie steps of: 

45 providing a bell conveyer moving upward and inclined relative to the horizontal plane; 

supplying, onto said belt conveyer, all or a part off the mixture off the board portion off said waste printed drcuit 

boards, said electronic parts, and said partides; 

collecting at least sad grins at bottom off said belt conveyer; and 

collecting said board portion of said waste printed circuit tx)ards. and said electronic parts at each of said part 
50 least having a shape which makes itself easily dropped, on top of said belt conveyer. 

22. A method for separating electronic parts according to any of daims 1 7 to 20. tiie metixxJ being performed as a pre- 
process of a method for separating metallic material from waste printed circuit boards 

55 23. A dry distillation apparatus used for metal-having resin freatment, the apparatus comprising: 

a heating furnace for containing the metal-having resin, 
a heating means for heating up said heating furnace, and 



26 



EP1 008395A2 



a scavenging means for sucking and removing the gas within said heating furnace; 

wherein said heating means heats up said heating furnace so that the contained said metal-having resin loses 
its hardness; arxi 

wherein said contained metal-having resin is heated up without buming because at least the surroundings of 
5 said contained metal-having resin is oxygen-poor. 

24. A dry distillation apparatus used for metal-having resin treatment according to claim 23. wherein said heating 
means heats up said heating furnace so that tiie temperature of said metal-having resin is kept 250<*C or higher, 
whereby said metal-having resin loses its hardness. 

10 

25. A dry distillation apparatus used for metal-having resin treatment according to claim 24, wherein said heating 
means heats up said heating furnace so that tiie temperature of said metal-having resin is kept at 230°C or higher 
and lower than 500**C. and whereby said metal-having resin loses its hardness. 

15 26. A dry distillation apparatus used for metal-having resin treatment according to any of claims 23 to 25. 
wherein said heating fumace has at least one opening part, and 

wherein the method further comprises a conveying means for conveying the metal-having resin to said heating fur- 
nace. 

20 27. A dry distillation apparatus used for metal-having resin treatment according to claim 26, 

wherein said opening part has at least one entrance and one exit for carrying in and out said metal-having resin, 
and 

wherein said conv^ng means conveys said metal-having resin through said the inside of heating furnace via said 
entrance and said exit 

25 

28. A dry distillation apparatus used for metal-having resin treatment according to any of claims 23 to 27, further com- 
prising a cooling means for rapidly cooling the metal-having resin heated up in said heating furnace, wherein said 
cooling means locates in the vicinity of said heating furnace. 

30 29. A dry distillation apparatus used for metal-having resin treatment according to any of claims 26 to 28; 
wherein said conveying means comprises a rack for carrying the melal-having resin; and 
wherein said rack comprises gas diffusion suppression walls having a size generally equal to tiie area of said open- 
ing part, at least in the planes perpendicular to the direction of movement of said rack. 

35 30. A dry distillation apparatus used for metal-having resin treatment according to any of claims 26 to 29, furtiier com- 
prising: 

a flexible sheet for tiirottling the opening area of said opening part, locating in the vicinity of said opening part; 
and 

40 a heat medium channel for cooling a part of said flexible sheet 

31. A dry distillation apparatus used for metal-having resin treatment according to any of claims 26 to 30, further com- 
prising a pressing and shredding means for pressing and shredding the metal-having resin carried out from said 
heating furnace through said opening part. 

45 

32. A dry distillation apparatus used for metal-having resin treatment according to claim 31 , wherein said pressing and 
shredding means comprises a heat medium channel for cooling the said pressing and shredding means itself. 

33. A dry distillation apparatus used for metal-having resin treatment according io any of claims 23 to 32, wherein said 
50 metal -having resin contains fiameretardant. 

34. A dry distillation apparatus used for metal-having resin treatment according to any of claims 23 to 33, wherein said 
metal-having resin is printed circuit boarcte. 

55 35. A dry distillation apparatus used for waste tireatment, the apparatus comprising: 

a heating furnace for containing and heating up combustit>le organic waste t>eing put in; 

a heating means for heating up the inside of heating up said heating furnace at a predetermined temperature; 
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a scavenging means for sucking and renxiving the dry distillation gas generated within said heating furnace; 
a gas treating means connect to iq^stream or downstream of said scavenging means, and for containing an oxi- 
dizing catalyst therein; 

a fuel and/or air si4)plying means for supplying fuel and/or air to the inside of said gas treating means con- 
nected to upstream of said gas treating means; 

a temperature measuring means for measuring the temperature of said oxidizing catalyst; and 

a rate controlling means for controlling the supply rate of fuel and/or air supplied by at least said fuel supplying 

means, in response to the temperature measured by the measuring signal from said temperature measuring 

means. 

36. A dry distillation apparatus used for waste treatment according to claim 35, wherein said combustit}le organic waste 
is printed circuit boards. 

37. A dry distillation apparatus used for waste treatment according to claim 35. wherein said fuel supplying means Is 
controlled by said rate controlling means so that the temperature of said oxidizing catalyst contained in said gas 
treating means is kept at 800"C or higher. 

38. A dry distillation apparatus used for waste treatment according to claim 37. wherein tiie control of said fuel and/or 
air supplying means by said rate control means is performed so that said temperature is kept not over at an upper 
limit temperature depending on the heat resistant temperature of said oxidizing catalyst. 

39. A dry distillation apparatus used for waste treatment according to claim 35 or 37, wherein said heating furnace has 
opening at least at the entrar^e, and the apparatus further comprising: 

a conveying means for conveying input waste, moving one way through said heating furnace; 

an admission means for supplying, into said heating furnace, a larger amount of oxygen-poor gas than that of 

tiie dry distillation gas scavenged and removed by said scavenging means; and 

an air supplying means for supplying air to said gas treating means. 

40- A dry distillation apparatus used for waste treatment according to claim 39. wherein air is supplied to said gas treat- 
ing means after mixing with said fuel. 

41 . A dry distillation apparatus used for waste treatment accofding to any of claims 35. 37. and 39. the apparatus com- 
prising the configuration such tfiat the dry distillation gas sucked and removed from said heating furnace Is heat- 
exchanged by passing through the high-temperature exhaust channel of sakJ gas treating means. 
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